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@ A catalyst is prepared by combining a first compound 
consisting of a bls{cyclopentadienyl)metal compound having 
one of the followin g gene ral formulae : 1 . (A-Cp)MXiX2 

3. {A-Cp)ML ^ 

4, (Cp* )(CpS)?ai 
Wherein: 

M is a metal selected from the Group consisting of titanium, 
zirconium and hafnium; 

(A-Cp) is either (Cp)(Cp*) or Cp-A'-Cp* and Cp and Op' are the 
same or different substituted or unsubstituted cydopentadienyl 

radicals; 

A' is a Govaient bridging group; 

L is an olefin, diolefin or aryne ligand; 

Xi and X2 are. independently, selected from the group 

consisting of hydride radicals, hydrocarbyl radicals, sub- 

stihjted-hydrocarbyl radicals, organometalldd radicals and the 

X'i and X'2 are joined and bound to the metal atom to form a 
metallacycle, in which the metal atom, X'i and X'a form a 
hydrocarbocyclic ring containing from about 3 to about 20 
carbon atoms; and 

R is a substituent on one of the cydopentadienyl radicals which 
is also bound to the metal atom. 



With a second compound which is an ion exchange compound 
comprising a cation which will irreversible react with a iigand on 
said first component and an anion which is a single coordlnatbn 
complex comprising a plurality of lipophilic rEuilcals covalentty 
coordinated to and shielding a central charge-bearing metal or 
metalloid atom, which anion Is. bullty and stable to reactfona 
involving the cation of the second component Upon comMna- 
tton of the first and second components, the cation of the 
second component reacts with one of the tigands of the first 
component, thereby generating an Ion pair consisting of a 
Group iV-B metal cation with a formal coordination number of 3 
and a valence of +4 and the aforementioned anion, which anion 
is compatible with and noncoordinatlng towards the metal 
cation formed from the first component Suitable second 
components may be represented by the following general 
formula: 

t(L'-H)+]d[{M')Bi+QiQa...Qnl'«- 
Wheraln: 

L' is a neutral Ljewis base; 
H Is a hydrogen atom; 
[L'-IH] is a Bronsted acid; 

M' is a metal or metalloid selected from the Groups subtended 
by Groups V-B to V-A of the Periodic Table of the Bements; ie., 
Groups V-B. Vl-B. Vil-B. VIII, l-B. Il-B, ili-A, IV-A and V-A; 



Qi to On are selected, independently, from the Group 
consisting of hydride radicals, diall^ylamido radicals, alkoxide 
and aryloxide radicals, hydrocarbyt and substituted-hydrocarbyi 
radicals and organometallold radicals and any one, but not more 
than one, of Qi to Qn may be a hallde radical - the remaining Qi 
to Qn being, independently, selected from tiie ftMPegoIng 
radicals; 

m Is an integer from 1 to 7; 
n Is an Integer from 2 to 8; and 
n - m - d. 

Many of the catalysts thus formed are stable and isolable and 
may be recovered and stored. The catalysts may be preformed 
and then used to polymerize olefins, dioleflns and/or acetyleni- 
calty unsaturated compounds either alone or in combination 
with each other or with other monomers or the catalysts may be 
forniad In sUtu during poiymarfzatlon by adding the separate 
components to the polymerization reaction. The catalyst wBl be 
formed vAxBn the two components are combined in a suitable' 
solvant or diuent at a temperature within the range from about 
-100" C to ed30Ut SOCC. The catalysts thus prepared afford 
better control of polymer molecular weight and are not subject 
to equilibrium reversal. The catalysts thus produced are also 
less pyrophoric than the more conventional Zlegler>Natta olefin 
polymerization catalysts. Certain of the catalysts also yield 
homopolymers of a-olefins having relatively high molecular 
weights. Certain of these catalysts also yield copolymers 
containing significantly more comonomer. many of which 
copolymers will be elastomerlc. 
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Description 

CATALYSTS, METHOD OF PREPARING THESE CATALYSTS AND METHOD OF USING SAID CATALYSTS 

This a Contlnuatlon-ln-Part of U. S. Patent Application Serial No. 008,800, flled January 30, 1987, 

5 BACKGROUND OF THE INVENTION 

This Invention relates to compositions of matter which are useful as catalysts, to a method for preparing 
these catalysts, to a method of using these catalysts and to polymeric products produced with these catalysts. 
More particularly, this invention relates to catalyst compositions, to a method of preparing these catalyst 
compositions, to a method for polymerizing olefins, diolefins and/or acetylenicaily unsaturated monomers 

10 wherein these catalysts are used and to homopolymer and copolymer products produced with these catalysts. 
The use of soluble Ziegler-Natta type catalysts in the polymerization of olefins is, of course, wefl known in the 
prior art. In general, these soluble systems comprise a Group IV-B metal compound and a metal alkyi 
cocatalyst. particularty an aluminum alkyi cocatalyst. A subgenus of these catalysts Is that subgenus 
comprising a bls(cyclopentadlenyl) compound of the Group IV-B metals, particulariy titanium, in combination 

IS with aluminum alkyi cocatalysts. While speculation remains concerning the actual structure of the active 
catalyst species In this subgenus of soluble Ziegler-Natta type olefin polymerization catalysts, it would appear 
generally accepted that the active catalyst species Is a cation or a decomposition product thereof which will 
alkylate an olefin in the presence of a labile stabilizing anion. This theory may have first been advocated by 
Breslow and Newburg, and Long and Breslow, as Indicated In their respective articles appearing in J. Am. 

20 Chem. Soc, 1959, Vol, 81 , pp. 81-86, and J. Am. Chem. Soc, 1960, Vol. 82, pp, 1953-1957. As Indicated In these 
articles, various studies suggested that the active catalyst species Is a tltanium-alkyl complex or a species 
derived therefrom when a titanium compound; viz., bis(cyclopentadlenyl)titanium dlhallde, and an aluminum 
alkyi are used as a catalyst or catalyst precursor. The presence of ionSi all being in equilibrium, when a titanium 
compound is used was also suggested by Dyachkovskil, vysokomol. Soyed.. 1965. Vol. 7, pp. 1 14-1 15 and by 

25 IDyachkovskil, Shiiova and Shilov, J. PoIym.Scl., Part C, 1967. pp. 2333-2339. That the active catalyst species Is 
a cation complex when a titanium compound is used, was further suggested by Eisch et al., J. Am. Chem. Soc, 
1985. Vol. 107. pp. 7219-7221. 

While the foregoing articles teach or suggest that the active catalyst species Is an ion pair and. particularly 
an ion pair wherein the Group IV-B metal component Is present as a cation or a decomposition product 

30 thereof, and while these references teach or suggest coordination chemistry to form such active catalyst 
species, all of the articles teach the use of a cocatalyst comprising a Lewis acid either to form or to stabilize the 
active ionic catalyst species. The active catalysts is. apparently, formed through a Lewis acid-Lewis base 
reaction of two neutral components (the metaHocene and the aluminum alkyi), leading to an equilibrium 
between a neutral, apparently inactive, adduct and an Ion pair, presumably the active catalyst As a result of 

35 this equilibrium, there is a competition for the anion which must be present to stabilize the active catton 
catalyst species. This equilibrium is. of course, reversible and such reversal will deactivate the catalyst. 
Moreover, the catalyst systems heretofore contemplated are subject to poisoning by the presence of basic 
impurities in the system. Further, many, if not all. of the Lewis acids heretofore contemplated for use In soluble 
Ziegler-Natta type catalyst systems are chain transfer agents and, as a result, prevent effective control of the 

40 product polymer molecular weight and molecular weight distribution. Still further, the catalyst systems 
heretofore proposed do not generally fadlitate incorporation of a significant amount of a pturaiity of different 
monomers or random distribution of such monomers when used in copolymerizaljon processes, particularly 
a-olefin copolymerizatlon processes. Still even further, most. If not all, of the metal alkyi cocatalysts heretofore 
contemplated are highly pyrophoric and. as a result, hazardous to use. 

45 The aforementioned catalyst systems are not highly active, nor or they generally active when zirconium or 
hafnium Is the Group tV-B metal used. Recently, however. It has been found that active Ziegler-Natta type 
catalysts can be formed when bls(cyclopentadlenyl) compounds of the Group IV-B metals, including zirconium 
and hafnium, are used with alumoxanes. As is well known, these systems particularly those comprising 
zirconium, offer several distinct advantages, Including vastly higher activities that the aforementioned 

50 bis(cyclopentadienyl}tltanium catalysts and the production of polymers with narrower molecular weight 
distributions than those from conventional Ziegler-Natta catalysts. These recently developed catalyst systems 
still yield polymeric products having relatively low molecular weight, however. Moreover, these recently 
developed catalyst systems have not affected the amount of comonomer Incorporated Into a copolymer or the 
relative distribution of such monomer therein. Further, these systems remain subject to poisoning when baste 

SS impurities are present and require an undesirable excess of the alumoxane to function efficiently. 

Bis (cyciopentadienyi) hafnium compounds used with alumoxane cocatalysts have offered few, if any. 
advantages when compared to analogous bis(cydopentad]enyl)tltanium or -zirconium catalysts with respect 
to catalysts activity, polymer molecular weights, or extent or randomness of comonomer incorporation. This 
has been suggested by GlannettI, Nicoletti. and Mazzochi, J. Polym. Scl., Polym. Chem. 1985. Vol. 23. 

60 pp. 2117-2133, who claimed that the ethylene polymerization rates of bls(cyclopentadienyl)hafnium 
compounds were five to ten times slower than those of similar bls(cyclopentadienyl)zirconlum compounds 
while there was little difference between the two catalysts In the molecular weight of the polyethylene fonned 
from them. European Patent Application No. 200,351 A2 (1986) suggests that In the copolymerizatton of 
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ethylene and propylene there Is little difference among bls(cyclopentadlenyl)titanlum, -zirconium, and -hafnium 
compounds either In polymer molecular weights and molecular weight distributions or In ability to Incorporate 
propylene randomly. Recently, however. Ewen et al. disclosed in J. Am. Chem. Soc. 1987. Vol. 109. 
pp. 6544-6545. that chiral hafnium metallocene compounds used with an alumoxane cocatalyst gave isotactic 
polypropylene of higher molecular weight than that obtained from analogous chiral zirconium metallocenes. 5 

In light of the several deficiencies of the coordination catalyst systems heretofore contemplated, the need 
for an Improved catalyst system which: (1) permits better control of molecular weight and molecular weight 
distribution: (2) Is not subject to activation equilibrium and (3) does not Involve the use of an undesirable 
cocatalyst is believed readily apparent. The need for a catalyst system which will facilitate the production of 
higher molecular weight polymeric products and facilitate incorporation of a larger amount of comonomer Into 10 
a copolymer and alter the relative distribution of such comonomers In such copolymers Is also believed to be 
readily apparent 

SUMMARY OF THE INVEfsmON 

It has now been discovered that certain of the foregoing and other disadvantages of the prior art ionic olefin is 
polymerization catalysts can be avoided, or at least reduced, with all of the ionic catalysts of the present 
invention and that all of the foregoing and other disadvantages of the prior art ionic olefin polymerization 
catalysts can be avoided, or at least reduced, with certain of the ionic catalysts of this invention and improved 
olefin, diolefin and/or acetylenically unsaturated monomer polymerization processes provided therewith, it is. 
therefore, an object of this invention to provide Improved ionic catalyst systems which are useful in the 20 
polymerization of olefins, dioleflns and/or acetylenically unsaturated monomers, ft is another object of this 
invention to provide a method for preparing such improved catalysts. It is a further object of this invention to 
provide an improved polymerization process using such Improved catalysts. It Is still another object of this 
invention to provide such an improved catalyst which is not subject to ion equilibrium reversal. It is still a 
further object of this invention to provide such an Improved catalyst which may permit better control of the ^ 
product polymer molecular weight and molecular weight distribution. It Is yet another object of this Invention to 
provide such an Improved catalyst which may be used with less risk of fire. It is yet a further object of this 
invention to provide certain Improved catalysts, particularly certain hafnium containing catalysts, which will 
yield relatively high molecular weight polymers. It is even another object of this invention to provide certain 
Improved catalysts, particularly certain hafnium containing catalysts, which will yield copolymers containing 30 
relatively large amounts of a plurality of comonomers, which comonomers are distributed in a manner at least 
approaching randomness. It is even a further object of this invention to provide polymeric products produced 
with these catalysts having relatively narrow molecular weight distributions and which are free of certain metal 
impurities. It is sWU even another object of this invention to provide certain polymeric products, prepared with 
certain of these catalysts, having relatively high molecular weights. It Is still even a further object of this 35 
invention to provide certain copolymers, prepared with certain of these catalysts, containing relatively large 
amounts of a plurality of comonomers, which comonomers are distributed in a manner at least approaching 
randomness. The foregoing and still otiier objects and advantages of the present Invention will become 
apparent from the description set forth hereinafter and the examples included herein. 

In accordance with the present invention, the foregoing and other objects and advantages are 40 
accomplished with and by using a catalyst prepared by combining at least two components. The first of which 
components is a bis(cyclopentadienyl) derivative of a Group IV-B metal compound containing at least one 
ligand which will combine with the second component or at least a portion thereof such as a cation portion 
thereof. The second of which components is an ion-exchange compound comprising a cation which will 
Irreversibly react with at least one ligand contained In said Group IV-B metal compound (first component) and 45 
an anion which is a single coordination complex comprising a plurality of lipophilic radicals covalently 
coordinated to and shielding a central formally charge-bearing metal or metalloid atom, which anion is bulky, 
labile and stable to any reaction involving the cation of the second component The charge-bearing metal or 
metalloid may be any metal or metalloid capable of forming a coordination complex which is not hydrolyzed by 
aqueous solutions. Upon combination of the first and second components, the cation of the second SO 
component reacts with one of the Ilgands of the first component, thereby generating an ion pair consisting of a 
Group IV-B metal cation with a formal coordination number of 3 and a valence of +4 and the aforementioned 
anion, which anion is compatible with and noncoordinating towards the metai cation fonned from the first 
component The anion of the second compound must be capable of stabilizing the Group IV-B metal cation 
complex without Interfering witti the Group IV-B metal cation's or Its decomposition product's ability to 55 
function as a catalyst and must be sufficiently labile to pemnit displacement by an olefin, diolefin or an 
acetylenically unsaturated monomer during polymerization. For example. Bochmann and Wilson have reported 
(J. Chem. Soc. Chem. Comm., 1986, pp. 1610-1611) that bis(cyclopentadienyI)titanium dimethyl reacts with 
tetrafluoroboric acid to form bls(cyclopentadienyl)titanium methyl tetrafluoroborate. The anion is. however, 
insufficiently labile to be displaced by ettiylene. so 

DETAILED DESCRIPTION OF THE INVENTION 

As indicated supra, the present invention relates to catalysts, to a method for preparing such catalysts, to a 
method for using such catalysts and to polymeric products produced with such catalysts. The catalysts are 
partlculariy useful for polymerizing a-oleflns. dioleflns and acetylenically unsaturated monomers either alone 66 
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or In combination with other a-KJieflns, dioleflns and/or other unsaturated monomers. The Improved cataJysts 
are prepared by combining at least one first compound which Is a bis(cyclopentadienyl) derivative of a metal of 
Group IV-B of the Periodic Table of the Elements containing at least one llgand which will combine with the 
cation of the second compound which first compound Is capable of forming a cation formally having a 

5 coordination number of 3 and a valence of + 4 and at least one second compound which is a salt comprising a 
cation capable of donating a proton which will Irreversibty combine with said at least one llgand (substftuent) 
liberated by said Group IV-B metal compound and an anion which Is a single coordination complex comprising 
a charge-bearing metal or metalloid core, which anion is both bulky and labile, compatible with and 
noncoordlnatlng toward the Group IV-B metal cation formed from the first component, and capable of 

10 stabilizing the Group iV-B metal cation without interfering with said Group IV-6 metal cation's or its 
decomposition product's ability to polymerize a-oleflns, dlolefbis and/or acetytenicaily unsaturated 
monomers. 

Ail reference to the Periodic Table of the Elements herein shall refer to the Periodic Table of the Elements, 
published and copyrighted by CRC Press, Inc., 1964. Also, any reference to a Group or Groups shall be to the 

IS Group or Groups as reflected In this Periodic Table of the Elements. 

As used herein, the recitation "compatible noncoordlnatlng anion' means an anion which either does not 
coordinate to said cation or which is only weaidy coordinated to said cation thereby remaining sufficiently labile 
to be displaced by a neutral Lewis base. The recitation 'compatible noncoordlnatlng anion" specifically refers 
to an anion which when functioning as a stablilztng anion In the catalyst system of this invention does not 

20 transfer an anionic substituent or fragment thereof to said cation thereby forming a neutral four coordinate 
metallocene and a neutral metai or metalloid byproduct. Compatible anions are anions which are not degraded 
to neutrality when the initially formed complex decomposes. The recitation 'metalloid, as used herein, Includes 
non-metals such as boron, phosphorus and the like which exhibit semi-metallic characteristics. 
TTie Group IV-B met^ compounds; i.e., titanium, zirconium and hafnium compounds, useful as first 

25 compounds in the preparation of the improved catalyst of this Invention are bis(cyciopentadlenyi) derivatives 
of tHanlum, zirconium and iiafnium. in general, use^l titanium, zirconium and hafnium compounds may be 
represented by the^sUgwing general formulae: 1 . (A-Cp)MXiX2 

2. (A-Cp)MX»iX'2 

3. (A-Cp)ML 

30 4. (Cp')(C|rf)!ai 

Wherein: 

(A-Cp) Is either (Cp)(Cp*) or Cp-A'-Cp* and Cp and Cp* are the same or different substituted or 
unsubstltuted cyclopentadienyl radicals wherein A' Is a covalent bridging group contalnfrig a Group iV-A 

element: 

36 M Is a metal selected from the Group consisting of titanium, zirconium and hafnium; 
L Is an olefin, diolefin or aryne llgand; 

Xi and X2 are, independently, selected from the group consisting of hydride radicals, hydrocarbyl radicals 
having from 1 to about 20 carbon atoms, substltuted-hydrocarbyl radicals, wherein one or more of the 
hydrogen atoms are replaced with a halogen atom, having from 1 to about 20 carbon atoms, organometallold 

40 radicals comprising a Group IV-A element wherein each of the hydrocarbyl substitutions contained In the 
organic portion of said organometallold, Independently, contain from 1 to about 20 carbon atoms and the Illce; 
X'l and X'2 are Joined and bound to the metal atom to form a metallacycle, In which the metal atom, X'l and X'2 
form a hydrocarbocycllc ring containing from about 3 to about 20 carbon atoms; and 
R is a substituent, preferably a hydrocarbyl substituent, on one of the cyclopentadienyl radicals which is also 

45 bound to the metal atom. 

Each cari)on atom In the cyclopentadienyl radical may be, independently, unsubstltuted or substituted with the 
same or a different radical selected from the group consisting of hydrocarbyl radicals, substltuted-hydrocarbyl 
radicals wherein one or more hydrogen atoms is replaced by a halogen atom, hydrocarbyl-substltuted 
metalkjid radicals wherein the metalloid is selected from the Group IV-A of the Periodic Table of the Elements. 

so and halogen radicals. Suitable hydrocarbyl and substltuted-hydrocarbyl radicals, which may be substituted for 
at least one hydrogen atom in the cyclopentadienyl radical, will contain from 1 to about 20 carbon atonu and 
include straight and branched alkyi radicals, cyclic hydrocarbon radicals, alkyi-substttuted cyclic hydrocarbon 
radicals, aromatic i:adicais and alkyl-substituted aromatk: radicals. Similarly, and when Xi and/or X2 la a 
hydrocarbyl or substltuted-hydrocarbyl radical, each may, independently, contain from 1 to about 20 carbon 

55 atoms and be a straight or branched alkyI radical, a cyclic hydrocarbyl radical, an alkyl-substltuted 
cyclohydrocarbyl radical, an aromatic radical or an alkyl-substltuted aromatic radical. Suitable organometallold 
radicals include mono-, dl- and trisubstltuted organometallold radicals of Group IV-A elements wherein each of 
the hydrocariayl groups contain from 1 to about 20 carbon atoms. More particularly, suitable organometallokl 
radicals Include trimethytsilyl, triethylsiiyt. ethyidimethylsOyl, methyldlethylsliyl. triphenylgermyt, trImethylgerTnyl 

60 and the like. 

Illustrative, but not limiting examples of bls(cyclopentadienyl)zlrconlum compounds which may be used (n 
the preparation of the Improved catalyst of this Invention are dihydrocarbyl-substltuted bis(cyclopentadie- 
nyl)zlrconlum compounds such as bis(cyclopentadleny{)zirconium dimethyl, bls(cyclopentadienyl)zirconium 
diethyl, bis(cyciopentadienyi)zlrconlum dlpropyl, bls(cyclopentadienyl)zirconlum dlbutyl, bis(cyclopentadie- 
65 nyl)zirconlum diphenyl, bls(cyclopentadlenyl)zlrconium dineopentyl, bis(cyclopentadIenyl)zlrconlum di(m-to- 
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!yl), bls(cyclopentadienyl)zlrconium dl(p-tolyl) and the like; (monohydrocarbyl-substltmed cyciopentadie- 
nyOzirconlum compounds such as (methylcyclopentadlenyl) (cyclopentadlenyl) and bis(methylcyciopentadie- 
nyl)zirconium dimethyl, (ethylcyclopentadlenyl) (cyclopentadlenyl) and bls{ethylcyclopentadlenyl)zlrconium 
dimethyl, (propylcyciopentadlenyl) (cyclopentadlenyl) and bls(propylcyclopentadienyl)2lrcon!um dimethyl. 
[(n-butyl)cyclopentadlenyl](cyclopentadlenyl) and bls[(n-butyl)cyclopentadlenyl]zirconium dimethyl, [(t-bu- 
tyl)cyclopentadlenyll(cyclopentadienyl) and bis[(t-butyl)cyclopentad}enyllzlrconlum dimethyl, (cyclohexylme- 
thylcycIopentadlenyl)(cyclopentadlenyi) and bis(cyclohexyImethyIcyclopentadlenyl)zlrconium dimethyl, 
(benzy1cyc!opentadieny!)(cycIopentadienyt) and bIs(benzylcyclopentadlenyl)2lrconlum dimethyl, (diphenylme- 
thylcyclopentadienyl) (cyclopentadlenyl) and bis(dlphenylmethylcyclopentadlenyl)zlrconium dimethyl (methyl- 
cyclopentadlenyl) (cyclopentadlenyl) and bis(methylcyclopentadienyl)zirconium dihydride, (ethytcyclopenta- 
dienyl)(cyclopentadienyl) and bis(ethytcydopentadlenyl)zlrcanlum dihydride, (propylcyclopentadienyt) (cy- 
clopentadlenyl) and bts(propylcyclopentadienyl)zlFConium dihydride. [(n-butyl)cyclopentadlenyI](cyciopenta- 
dlenyl) and bis[(n-butyl)cyclopentadienyl]zirconium dihydride, [(t-butyf)cyclopentadienyl](cyclopentadienyl) 
and bls[(t-butyl)cyclopentadlenyl]zirconium dihydride; (cyclohexylmethylcyclopentadienylj (cyclopentadlenyl) 
and bis(cyclohexyimethyicyclopentadienyl)zlrconlum dihydride. (benzylcyclopentadienyI)(cyciopentadienyl) 
and bis(benzyicyciopBntadienyl)zircon!um dihydride, (diphenylmethylcyclopentadlenylXcycIopentadienyl) and 
bis(dlphenylmethylcyclopentadienyl)zirconium dihydride and the like; (polyhydrocarbyl-substituted cyclopen- 
tadlenyl)zirconlum compounds such as (dimethylcyclopentadienyl) (cyclopentadlenyl) and bls(dlmethylcy- 
clopentadienyi)zirconium dimethyl, (trimethylcyclopentadienyl) (cyclopentadlenyl) and bis(trimethylcyc!open- 
tadIenyl)zlrconlum dimethyl, (tetramethylcycIopentadienyl)(cyciopentadienyl) and bis(tetramethylcyclopenta- 
dlenyI)zlrconium dimethyl, (permethylcyciopentadienyl)(cyciopentadlenyl) and bis(permethylcyclopentadie- 
nyl)zlrconium dimethyl. (ethyltetramethylcyclopentadienyl)(cyciopentadienyl) and bis(Bthyltetramethylcy- 
clopentadIenyl)zirconium dimethyl, (Indenyl)(cyck)pentadienyl) and bis(indenyl)zirconium dimethyl, (dimethyl- 
cyclopentadienyl)(cyclopentadlenyi) and bis(dimethylcyclopentadienyl)zlrconium dihydride. (trimethylcy- 
clopentadienyl) (cyclopentadlenyl) and bls(trimethylcyclopentadlenyI)zirconlum dihydride. (tetramethylcy- 
clopentadieny!)(cyclopentadieny!) and bis(tetramethylcyclopentadienyl)zlrconlum dihydride, (permethylcy- 
clopentadienyl)(cyclopentadienyl) and bis(permethyicyclopentadienyl)zlrconium dihydride, (ethyltetramethyi- 
cyclopentadlenyl)(cyclopentadienyl) and bis(ethyitetramethylcyclopentadienyl)zlrconium dihydride, (ide- 
nyl)(cyclopentadlenyl) and bfs(lndenyl)zlrconlum dihydride and the like; (metal hydrocartsyi-substituted 
cyclopentadienyl)zlrconlum compounds such as (trimethylsllylcyclopentadienyl) (cyclopentadlenyl) and bis(tri^ 
methyisilyicyclopentadienyi)2irconlum dimethyl, (trimethylgermylcyclopentadienyl) (cyclopentadlenyl) and 
bis(trimethylgermycyctopentadienyl)zirconium dimethyl, (trimethylstannylcydopentadienyi) (cyctopentadienyl) 
and bls(trimethyt stanny1cyc{opentadlenyl)z]rconium dimethyl, (trimethylpiumbyl cyclopentadlenyl)(cyclopen- 
tadlenyl) and bis(trimethyiplumbylcyclopentadienyi)zlrconlum dimethyl, (trimethylsilylcyclopentadlenyl)(cy- 
ciopentadienyl) and bis(trimethyl3iiyIcyclopentadienyl)zirconium dihydride. (trimethylgermylcyciopentadle- 
nyl) (cyclopentadlenyl) and bls(trimethylgermylcyclopentadienyi) (zirconium dihydride, (trimethylstannylcy- 
ciopentadienyl) (cyclopentadlenyl) and bis(trimethylstannylcyclopentadienyl)zirconlum dihydride. (trimethyl- 
plumbycyclopentadienyl) (cyclopentadlenyl) and bfs(trimethylpiumbylcyclopentadlenyl)zlrconium dihydride 
and the like; (halogen-substituted cyclopentadienyl)zirconium compounds such as (trifluoromethyicyclopen- 
tadlenyi)(cyclopentadienyl) and bis(trifluoromethyl cyc!opentadienyl)zlrconium dimethyl, (trifluoromethylcy- 
clopentadienyl) (cyclopentadlenyl) and bis(trifluoromethylcyclopentadlenyi)zirconlum dihydride and the like; 
siiyl-substituted (cyclopentadienyl)zirconium compounds such as bis(cyclopentadienyl)zirconium di(tri- 
methylsllyi), bls(cyclopentadienyl)zirconium di(phenyldlmethyisilyl) and the like; (bridged-cyclopentadle- 
nyl)zirconium compounds such as methylene bis(cyclopentadienyl)zirconium dimethyl, ethylene bis(cyciopen- 
tadlenyi)zirconium dimethyl, dimethylsllyl bls(cyclopentadIenyl)zirconlum dimethyl, methylene bis(cyclopenta- 
dienyl)zlrconlum dihydride and dimethylsllyl bi5(cyciopentadienyl)zirconIum dihydride and the like; bis(cy- 
clopentadienyi)zlrconacycies such as bis(pentamethylcyclopentadienyi)zlrconacyclobutane. bis(pentamethyl- 
cyclopentadlenyl)zlrconacyc!opentane, bls(cyclopentadlenyl)zirconaindane and the like; olefin, dlolefin and 
aryne ligand substituted bis(cyclopentadienyl)zirconium compounds such as bls(cyciopentadienyl)(1,3-buta- 
diene)zirconlum, bis{cyclopentadienyl)(2,3-dimethyi-1 ,3-butadiene)zlrconlum. bis(pentamethylcyclopentadle- 
nyl)(benzyne)zirconlum and the like; (hydrocarbyl)(hydride)substituted bis(cyclopentadlenyt)ziroonium com- 
pounds such as bis(pBntamethyicyciopentadlenyl)zirconlum (phenyl) (hydride), bis(pentamettiylcyclopenta- 
dienyi)zirconium (methyl) (hydride) and the like; and bis(cyclopentadienyl)zirconIum compounds In which a 
substltuent on the cyciopentadienyi radical is bound to the metal such as (pentamethyicyclopentadienyi)(te- 
tramethylcyclopentadlenylmethylene)zlrconium hydride. (pentamethylcyclopentadienyl)(tetramethyteyclopen- 
tadienyImethylene)zirconium phenyl and the like. 

A simitar list of illustrative bis(cyclopentadienyl)hafnium and bis(cyclopentadienyl)titanium compounds 
could be made, but since the lists would be nearly identical to that already presented with respect to 
bis(cyclopentad!enyl)2irconium compounds, such lists are not deemed essential to a complete disclosure. 
Those skilled In the art, however, are aware that bis (cyclopentadlenyl) hafnium compounds and bis(cyclopen- 
tadienyi)titanium compounds corresponding to certain of the bis(cyclopentadienyl)zirconium compounds 
listed supra are not known. The lists would, therefore, be reduced by these compounds. Other 
bls(cyclopentadienyI)harnlum compounds and other bis(cycIopentadienyl)titanium compounds as welt as 
other bi?(cyclopentadlenyl)zlrconlum compounds which are useful in the catalyst compositions of this 
Invention will, of course, be apparent to those skilled in the art. 
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Compounds useful as a second component in the preparation of the catalyst of this Invention will comprise a 
cation, which is a Bronsted acid capable of donating a proton, and a compatible noncoordlnating anion 
containing a single coordination complex comprising a charge-bearing metal or metalloid core, which anion Is 
relatively large (bull<y). capable of stabilizing the active catalyst species (the Group IV-B cation) which is 

5 formed when the two compounds are combined and said anion will be sufficiently labile to be displaced by 
oleflnic, diolefinic and actylenically unsaturated substrates or other neutral Lewis bases such as ethers, nitriles 
and the like. As indicated supra, any metal or metalloid capable of forming a coordination complex which Is 
stable In water may be used or contained In the anion of the second compound. Suitable metals, then. Include, 
but are not limited to, aluminum, gold, platinum and the like. Suitable metalloids include, but are not limited to, 

10 boron, phosphorus, silicon and the like. Compounds containing anions which comprise coordination 
complexes containing a single metal or metalloid atom are, of course, well known and many, particuiarly such 
compounds containing a single boron atom in the anion portion, are available commercially. In light of this, 
salts containing anions comprising a coordination complex containing a single boron atom are preferred. 
In general, the second compounds useful in the preparation of the catalysts of this Invention may be 

IS represented by the fbilowing general formula: 

[(L'-H+]d[(M')m^-QiQ2...Q„ld. 
Wherein: 

L' is a neutral Lewis base; 
H is a hydrogen atom; 
20 [L'-H] Is a Bronsted acid; 

M' is a metal or metalloid selected from the Groups subtended by Groups V-6 to V-A of the Periodic Table of 
the Elements; ie.. Groups V-B. Vl-B. VII-B. VIM, 1-B. H-B. Ill-A, IV-A, and V-A; 

Qi and Qn are selected, independently, from the Group consisting of hydride radicals, dialkylamido radicals, 
alkoxide and aryloxide radicals, hydrocarisyl and substituted-hydrocarbyl radicals and organometallold 
25 radicals and any one, but not more than one. of Q i to Qn may be a haikie radical - the remaining Qi to Qn being, 
independently, selected from the foregoing radicals; 
m is an integer from 1 to 7; 
n is an integer from 2 to 8; and 
n - m «=• d. 

30 Second compounds comprising boron which are particularly useful in the preparation of catalysts of this 
invention may be represented by the following general formula: 
[L'-H]+[BAriAr2X3X4]- 
Wherein: 

L' Is a neutral Lewis base; 
35 H Is a hydrogen atom; 

[L'-H]-«- is a Bronsted acid; 

B is boron in a valence state of 3; 

Afi and Ar2 are the same or different aromatic or substituted<aromatic hydrocarbon radicals containing from 
about 6 to about 20 carbon atoms and may be linked to each other through a stable bridging group; and 

40 X3 and X4 are radicals selected, independently, from the group consisting of hydride radicals, halide radicals, 
with the proviso that only X3 or X4 will be halide at the same time. hydrocartDyl radicals containing from 1 to 
about 20 carbon atoms, substituted- hydrocarbyl radicals, wherein one or more of the hydrogen atoms Is 
replaced by a halogen atom, containing from 1 to about 20 cartoon atoms, hydrocarbyl-substituted metal 
(organometallold) radicals wherein each hydrocarbyl substitution contains from 1 to about 20 carbon atoms 

45 and said metal Is selected from Group IV-A of the Periodic Table of the Elements and the like. 

In general, Ari and Arz may, independently, be any aromatic or substltuted-aromatlc hydrocarbon radical 
containing from about 6 to about 20 carbon atoms. Suitable aromatte radicals include, but are not limited to, 
phenyl, naphthyl and anthracenyl radicals. Suitable substltuents on useful substltuted-aromatlc hydrocarbon 
radicals, include, but ar& not necessarily limited to, hydrocarbyl radicals, organometallold radicals, alkoxy 

50 radicals, aikylamido radicals, fluoro and fluorohydrocarbyl radicals and the like such as those useful as Xs or 
X4. The substituent may be ortho, meta or para, relative to the carbon atom bonded to the boron atom. When 
either or both X3 and X4 are a hydrocarbyl radical, each may be the same or a different aromatic or 
substituted-aromatic radical as are An and Ar2, or the same may be a straight or branched alkyl, alkenyl or 
alkynyl radical having from 1 to about 20 carbon atoms, a cydic hydrocarbon radteal having from about 5 to 

55 about 8 carbon atoms or an alkyl-substltuted cyclic hydrocarbon radical having from about 6 to about 20 
cartjon atoms. X3 and X4 may also, independently, be alkoxy or dialkylamido radicals wherein the alkyl portion 
of said alkoxy and dialkylamido radicals contains from 1 to about 20 carbon atoms, hydrocarbyl radicals and 
organometallold radicals having from 1 to about 20 carbon atoms and the like. As Indicated supra, Ari and Ar2 
may be linked to each other. Similarly, either or both of An and Ar2 could be linked to either X3 or X4. Finally. X3 

60 and X4 may also be linked to each other through a suitable bridging group. 

Illustrative, but not limiting, examples of boron compounds which may be used as a second component In 
the preparation of the improved catalysts of this Invention are trialkyl-substltuted ammonium salts such as 
triethylammonium tetra(phenyl) boron, tripropylammonium tetra (phenyl) boron, tri(n-butyl)animonlum 
tetra(phenyt)boron, trimethylammonium tetra(p-tolyl) boron, trimethylammonlum tetra(o-tolyl) boron, tributy- 

65 lammonium tetra(pentafluorophenyl) boron, tripropylammonium tetra(o.p-dlmethylphenyl)boron. tributylam- 
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monium tetra(m.nHlimethylphenyl)boron. tributylammonium t6tra(p-trifluoromethylphenyi)boron, tributylam- 
monlum tetra(pentalluorophenyl)boron, tri(n-butyl)ammonlunri tetra(o-tolyl)boron and the like; N.N-diaikyt 
anllinlum salts such as N.N-dimethylanlllnium tetra(phenyl)boron, N.N-dlethylanllinlum tetra(phenyl)boron, 
N,N-2,4,6-pentam8thylanlllnlum tGtra{phenyl)boron and the like; dlalkyl ammonium salts such as dl-(l-pro- 
pyl)ammonium tetra(pentafluorophenyl)boron, dicyclohexylammonium tetra(phenyl)boron and the like; and 5 
triaryi phosphonium salts such as triphenylphosphonium tetra(phenyl)boron, tri(inethylphenyl)phosphonlum 
tetra(phenyl) boron, trl{dlmethylphenyl)phosphonIum tetra( phenyl) boron and the like. 

Similar lists of suitable compounds containing other metals and metalloids which are useful as second 
components could be made, but such lists are not deemed necessary to a complete disclosure, in this regard, 
it should be noted that the foregoing list is not intended to be exhaustive and other boron compounds that 10 
would be useful as well as useful compounds containing other metals or metalloids would be readily apparent, 
from the foregoing general equations, to those skilled in the art. 

In general, and while most first components identified above may be combined with most second 
components identified above to produce an active olefin polymerization catalyst, it is Important to continued 
polymerization operations that either the metal cation Inttlally formed from the first component or a is 
decomposition product thereof be a relatively stable catalyst, it is also important that the anion of the second 
compound be stable to hydrolysis when an ammonium salt is used. Further, it is Important that the acidity of 
the second component be sufflcient, relative to the first, to facilitate the needed proton transfer. Conversely, 
the basicity of the metal complex must also be sufficient to fadiitate the needed proton transfer. Certain 
metallocene compounds - using bis(pentamethylcyclopentadienyl)hafnlum dimethyl as an illustrative, but not 20 
limiting example - are resistant to reaction with all but the strongest Bronsted acids and thus are not suitable 
as first components to form the catalysts of this invention. In general. bls(cyclopentadienyl)metal compounds 
which can be hydroiyzed by aqueous solutions can be considered suitable as first comporrants to form the 
catalysts described herein. 

With respect to the combination of first (metalcontaining) component to second component to form a 25 
catalyst of this invention, it should be noted that the two compounds combined for preparation of the active 
catalyst must be selected so as to avoid transfer of a fragment of the anion, particularly an aryi group, to the 
metal cation, thereby fomiing a cataiytically inactive species. This could be done by steric hindrance, resulting 
from substitutions on the cyclopentadlenyl carbon atoms as well as substitutions on the aromatic carbon 
atoms of the anion. It follows, then, that metal compounds (first components) comprising perhydrocarbyl-sub- 30 
stituted cyclopentadlenyl radicals could be effectively used with a broader range of second compounds than 
could metal compounds (first components) comprising unsubstltuted cyciopentadienyi radicals. As the 
amount and size of the substitutions on the cyciopentadienyi radicals are reduced, however, more effective 
catalysts are obtained with second compounds containing anions which are more resistant to degradation, 
such as those with substituents on the ortho positions of the phenyl rings. Another means of rendering the 35 
anion more resistant to degradation Is afforded by fluorine substitution, especially perfluoro-substitution, in 
the anion. Ruoro-substituted stabilizing anions may, then, be used with a broader range of metal compounds 
(first components). 

In general, the catalyst can be prepared by combining the two components in a suitable solvent at a 
temperature within the range from about -lOCC to about SOC^C. The catalyst may be used to polymerize 40 
a-olefins and/or acetylenicaliy unsaturated monomers having from 2 to about 18 carbon atoms and/or 
diolefins having from 4to about 18 carbon atoms either alone or in combination. The catalyst may also be used 
to polymerize a-olefins, diolefins and/or acetylenicaliy unsaturated monomers in combination with other 
unsaturated monomers. In general, the polymerization may be accomplished at conditions well known in the 
prior art It will, of course, be appreciated that the catalyst system win form in situ if the components thereof are 45 
added directly to the polymerization process and a suitable solvent or diluent, including condensed monomer, 
is used in said polymerization process. It is, however, prefen-ed to form the catalyst In a separate step In a 
suitable solvent prior to adding the same to the polymerization step. While the catalysts do not contain 
pyrophoric species, the catalysts' components are senslth^e to both moisture and oxygen and should be 
handled and transferred in an inert atmosphere such as nitrogen, argon or helium. SO 

As Indicated supra, the improved catalyst of the present invention will, preferably, be prepared In a suitable 
solvent or diluent. Suitable solvents or diluents include any of the solvents known in the prior art to be useful as 
solvents in the polymerization of olefins, diolefins and acetylenicaliy unsaturated monomers. Suitable solvents, 
then. Include, but are not necessarily limited to. straight and branched-chain hydrocarbons such as isobutane, 
butane, pentane. hexane. heptane, octane and the like; cyclic and alicyclic hydrocarbons such as cyciohexane, 55 
cycloheptane, methylcyclohexane, methylcycloheptane and the like and aromatic and alkyl-substituted 
aromatic compounds such as benzene, toluene, xylene and the like. Suitable solvents also include liquid 
olefins which may act as monomers or comonomers Including ethylene, propylene, butadiene, cyclopentene, 
1 -hexane, 3-methyl-1iDentene. 4-methyl-1-pentene. 1.4-haxadlene, 1-octene, 1-decene and the like. Suitable 
solvents further include basic solvents not generally useful as polymerization solvents when conventional 60 
Ziegler-Natta type polymerization catalysts are used such as chlorobenzene. 

While the inventors do not vtnsh to be bound by any particular theory, it is believed that when the two 
compounds used to prepare the Improved catalysts of the present Invention are combined in a suitable solvent 
or diluent, all or a part of the cation of the second compound (the acidic proton) combined with one of the 
substituents on the metal containing (first component). In the case where the first component has a formula 65 
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corresponding to that of general formula 1 supra, a neutral compound is liberated, which neutral compound 
either remains In solution or Is liberated as a gas. In this regard. It should be noted that If either Xi or X2 In the 
metal containing (first component) is a hydride, hydrogen gas may be liberated. Similarly, if either Xi or X2 Is a 
methyl radical, methane may be liberated as a gas. in the cases where the first component has a fonmula 

5 corresponding to those of general formulae 2. 3 or 4. one of the substituents on the metal-containing (first) 
component is protonated but. In general, no substituent Is liberated from the metal. It is preferred that the 
molar ratio of first component to second component be 1 :1 or greater. The conjugate base of the cation of the 
second compound, if one remains, will be a neutral compound which will remain In solution or complex with the 
metal cation formed, though, in general, a second compound is chosen such that any binding of the neutral 

10 conjugate base to the metal cation will be weak or non-exlstant. Thus, as the steric bulk of this conjugate base 
increases, it will, simply, remain in solution without interfering with the active catalyst. Similarly, if the cation of 
the second compound is a trialkyi ammonium ion, this Ion will liberate a hydrogen atom to form gaseous 
hydrogen, methane or the like and the conjugate base of the cation will be a tertiary amine, in like fashion. If the 
cation were a hydrocarbyi- substituted phosphonium ion containing at least one reactive proton, as is essential 

IS to the present invention, the conjugate base of the cation would be a phosphlne. 

While still not wishing to be bound by any particular theory, ft is also believed that as one of the metal 
containing (first component) substituents (a ilgand) is liberated, the noncoordinatlng anion originally 
contained in the second compound used In the catalyst preparation combines with and stabilizes either the 
metal cation formed from the first component, formally having a coordination number of 3 and a + 4 valence, or 

20 a decomposition product thereof. The metal cation and noncoordinatlng anion will remain so combined until 
the catalyst is contacted with one or more olefins, diolefins and/or acetylenically unsaturated monomers either 
alone or in combination with one or more other monomers or another neutral Lewis base. As Indtoated supra, 
the anion contained in the second compound must be sufficiently labile to permit rapid displacement by an 
olefin, diolefin or an acetylenically unsaturated monomer to facilitate polymerization. 

2S The chemical reactions which occur in forming the catalysts of this invention may, when a preferred, boron 
containing compound is used as the second component, be represented by reference to the general formulae 
set forth herein as follows: 1 . (A-Cp)MXiX2 + [L'-HJ+ [BariAr2X3X4] - 
((A-Cp)MXi)+IBAriAr2X3X4]- + HX2 + L'or 
t(A-Cp)MX2]+rBAqAr2X3X4]- + HXi + L' 

30 2.(A'>Cp) MX'i X'2 + ti:.*-H3*CBAriAr 2X3X4]" — > 

[ ( A~Cp )M( iTlT* 2H ) 3 [BAriAr2X3X43 - + L' or 
C(A-Cp)M(V2i»lH)J*CBAriAr2X3X4]- * L' 

3. (A-Cp)ML + [L'-H] + [BAriAr2X3X4] - 
[(A-Cp)M(L H)^rBAri Ar2XaX4i- + 

35 4. (Cp)(R-Cp*)MXi + CL'-H]*[BAriAr2X3X4]- — > 

[Cp(HR:CEi:iMX,l+IBAriAr2X3X4]- + L'or 
[Cp(R-Cp* )M3*[BAriAr2X3X43- + HXi + L' 
In the foregoing reaction equations, the numbers conrespond to the numbers set forth in combination with the 
general equations for useful metailocene compounds of Group IV-B metals (first components). In general the 

40 stabllirty and rate of formation of the products in the foregoing reaction equations, particuiarty the metal cation, 
will vary depending upon the choice of the solvent, the acidity of the tL'-H] + selected, the particular L', Ihe 
anion, the temperature at which the reaction is completed and the particular dicyclopentadienyi derivative of 
the metal selected. Generally, the Initially fomied ion-pair will be an active polymerization catalyst and will 
polymerize a-olefins. diolefins and acetylenically unsaturated monomers either alone or in combination with 

45 other monomers. In some cases, however, ttie Initial metal cation will decompose to yield an active 
polymerization catalyst. 

As indicated supra, most first compounds identified above will combine with most second compounds 
Identified above to produce an active catalyst, particulariy an active polymerization catalyst. The actual active 
catalyst species is not; however, always sufficientiy stable as to penmit its separation and subsequent 
50 kJentification. Moreover, and while many of the initial metal cations formed are relatively stable, it has become 
apparent that the initially formed metal cation ft-equently decomposes into one or more other catalytlcally 
active species. 

While still not wishing to be bound by any particuiai theory, it Is believed that the active catalyst species 
which have not been characterized, including active decomposition products, are of the same type as those 

55 which have been isolated and fully characterized or at least retain the essential ionic structure required for 
functioning as a catalyst. More particuiarty, it is believed that the active catalyst species which have not been 
Isolated, including active decomposition products, are the same type as the isolated and characterized active 
cataiyst species in that the these species contain a bis(cyclopentadienyl)metal center which center remains 
cationic, unsaturated and has a metal- carbon bond which is reactive with olefins, diolefins and acetylenically 

60 unsaturated compounds. Furthermore. It is believed that the decomposition products may react with 
hydrogen gas to enter into a common state of equilibrium involving the cationic hydride complex, 
[Cp'CpMHhX-. 

This behavior Is best exemplified in a peralkylcyclopentadienyl system wherein a tetraphenyi borate Is used 
as the second component. For example, the reaction of Cp*2ZrMe2 (where Cp* = CsMee) and 
65 (Bu3NH]+(B(Ph'4)]- (where Ph' = phenyl or para-alkyiphenyt with hydrogen or an aikyl group in the 



8 



0277004 



para-position) In toluene gives [Cp*2ZrMe]+[B{Ph')4l- which is unstable and decomposes by loss of methane 
to give a single catalytically active product. The deep red product has been fuiiy characterized by NMR 
spectroscopy and single crystal x>ray diffraction. The general structure of this zwitterionic catalyst of this type 
Is shown below: 



B(Ph')3 



R 15 

Wherein: 

Cp' Is a peralkyl-substltuted cyclopentadienyl radical wherein each of said alkyl substitutions may be the same 
or a different C1-C20 alkyl radical, preferably the same or a different Ci-Ce alkyl radical, most preferably the 
same or a different C1-C4 alkyi radical; ^ 
B is boron; 
Zr is zirconium; 

Ph' is a phenyl or alkyl-substltuted phenyl radical and each of the 3 Ph's may be the same or different and the 
alkyl substitutions may be C1-C14, preferably Ci-Ce. most preferably C1-C4; and 

R Is hydrogen or an ali<yl group having from 1 to about 14 carbon atoms, preferably ffom 1 to about 6 carbon ^ 
atoms, most preferably from 1 to about 4 carbon atoms. 

Addition of excess hydrogen gas to a toluene solution containing the abovendentlf led permethyi-substituted 
cyclopentadienyl zwitterionic catalyst causes a rapid reaction as evidenced by a color change from red to 
yellow, and, in concentrated solutions, the formation of a yellow precipitate. Removal of hydrogen from the 
system regenerates the original zwitterionic catalyst in high yield. While not wishing to be bound by any theory, ^ 
it is believed that the reaction of hydrogen with the zwitterionic catalyst leads to the formation of 
[Cp*2ZrH]+[B(Ph')4]'. The reversible nature of this reaction along with other spectroscopic evidence 
suggests that the hydride cation Is In chemical equilibrium with the zwitterionic species. 

Consistent with the foregoing, stable polymerization catalysts have been prepared when bis(permethylcy- 
ciopentadienyOzirconium dimethyl has been reacted with trl(n-butyi}ammonium tetra(phenyl)boron, tri(n-bu- 
tyOammonium tetra(p-tolyl) boron and trl(n-butyl)ammonlum tetra(p-ethylphenyl) boron. A stable polymeriza- 
tion catalyst has also been prepared when bis(ethyltetramethylcyclopentadienyl)zIrconlum dimethyl was 
reacted with tri(n-butyI}ammonium tetra(p-tolyl)boron. In each of these cases, the stable polymerization 
catalyst was prepared by adding the reactants into a suitable aromatic sohrent at a temperature within the 
range from about 0*C to about 100* C. Based on this and other information available to the Inventor, It appears ^ 
clear that stable zwitterionic polymerization catalysts can also be prepared using bls(perhydrocarbylcyclopen- 
tadIefiyl)zlrconium dlalkyis and dihydrides In comblnatton with amnK>nium salts of an unsubstttuted or 
p-substituted-tetra(ary1}boron anion. 

In general, the stable catalyst formed by the method of this invention may be separated from the solvent and 
stored for subsequent use. The less s^le catalyst, however, will, generally, be retained In solution until 
ultimately used In the polymerization of olefins, dloieflns and/or acetylenicaily unsaturated monomers. 
Altematively, any of the catalysts prepared by the method of this invention may be retained In solution for 
subsequent use or used directly after preparation as a polymerization catalyst. Moreover, and as indicated 
supra, the catalyst may be prepared In situ during a polymerization reaction t>y passing the separate 
components into the polymerization vessel where the components will contact and react to produce the 
improved catalyst of this invention. 

When the ratio of first compound to second compound Is 1 :1. at concentrations beiow about IG-^M, the 
catalyst Is often not active for olefin polymerization. While the Inventors do not wish to be bound by any 
particular theory, it is beOeved that adventlttous oxygen or moisture In the diluent or monomers may deactivate 
the catalyst. When the ratio of the first compound to the second compound is 2:1 to 10:1 or more, however, 
concentrations of the second compound can be as low as about IO-^m. 

When first compounds containing hafnium are reacted with second compounds containing a metal or a 
metalloid such as boron and a less acidic ammonium cations - using tri(n-butyl)ammonlum tetrakls(pentafluo- 
rophenyi)boron as an example -and the catalyst therefrom Is used in the polymerizatton process of this 
Invention. Induction periods of about 1 to about 15 minutes or more can be observed before the uptake of 
monomer begins. This phenomenon is most pronounced when the concentration of the hafnium compound is 
below about 10-'»M and that of the second component is below about lO-^M; higher concentrations of 
catalyst solution often show no induction period, it can also be observed when first compounds containing 
zirconium are used when the concentration of the second component Is about 10-^ M or less. While the 
Inventors do not wish to be bound by any particular theory, it is believed that the catalyst species formed 
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decomposes In the polymerization process to form a catalytlcally Inactive metal-contalning compound and 
regenerating either the same or different second component. This new second component activates any 
excess first component present to regenerate the active catalyst species of the present Invention. While still 
not wishing to be bound by any particular theory. It Is believed that Increasing the concentration of the catalyst 

5 or using second components containing more acidic ammonium cations will either diminish the length of this 
Induction period or eliminate It completely. 

in general, and as Indicated supra, the improved catalyst of this Invention will polymerize olefins, dioieflns 
and/or acetylenlcaliy unsaturated monomers either alone or in combination with other olefins and/or other 
unsaturated monomers at conditions well known In the prior art for conventional Zlegler-Natta catalysis. In the 

10 polymerization process of this invention, the molecular weight appears to be a function of both catalyst 
concentration and polymerization temperature and polymerization pressure. The polymers produced with the 
catalyst of this Invention, when prepared in the absence of significant mass transport effects, will, generally, 
have relatively narrow molecular weight distributions. 
Certain of the catalysts of this invention, partlcuiarty those based on hafnocenes - using the catalyst 

IS produced from the reaction of bis(cyciopentadlenyl)hafnlum dimethyl and the trisubstltuted ammonium salt of 
tetra(pentafluorophenyl)boron as an example -when used as described herein for the polymerization and 
copolymerization of a-olefins. dioieflns. and/or acetylenlcaliy unsaturated monomers, In the absence of a 
chain transfer agent, can lead to the production of extremely high molecular weight polymers and copolymers 
having relatively narrow molecular weight distributions. In this regard, it should be noted that homopolymers 

20 and copolymers having molecular weights up to about 2 x 10* and molecular weight distributions within the 
range of about 1.5 to about 15 can be produced with the catalysts of this Invention. The substltuents on the 
cyclopentadienyl radicals, however, can exert a profound influence on polymer molecular weights. 

Catalysts of this Invention containing a first component which is either a pure enantiomer or the racemic 
mixture of two enantlomers of a rigid, chiral metaliocene can polymerize prochlral olegins (propylene and 

2S higher a-oleflns) to Isotactic polymers. Bis{cyclopentadienyl) metal compounds in which each of the 
cyclopentadienyl radicals is substituted and containing a covalent bridging group between the two 
cyclopentadienyl radicals are particulariy useful fbr Isotactic polymerizations of this type. 

A particulariy surprising feature of some of the catalysts of this invention, particularly those based on 
hafnocenes in combination with a second component comprising boron, is that when the catalysts of this 

30 invention are used to copoiymerize a-olefins. either atone or in combination with dioieflns. the amount of 
higher molecular weight olefin or diolefin incorporated Into the copolymer is significantly increased when 
compared to copolymers prepared with the more conventional Ziegler-Natta type catalysts and 
bis(cyciopentadienyi)zirconium catalysts. The relative rates of reaction of ethylene and higher a-oleflns with 
the aforementioned hafnium-based catalysts of this invention are much closer than with conventional 

35 Ziegier-Natta catalysts of the Group IV-B metals. The monomer distibution in copolymers prepared with the 
catalysts of this invention, particularly with the lower o-oleflns and lower dioieflns, will range from near 
perfectly alternating to statistically random. 

In general, catalysts can be selected so as to produce the polymer products which will be free of certain 
trace metals generally found In polymers produced with Ziegler-Natta type catalysts such as aluminum, 

40 magnesium, chloride and the like. The polymer products produced with the catalyst of this Invention should, 
then, have a broader range of applications than polymers produced with more conventional Zlegler-Natta type 
catalysts comprising a metal alkyl. such as an aluminum alkyl. 

Also unlike polymers heretofore produced with conventional Ziegler-Nattatype polymerization catalysts, the 
polymers produced with zwltterionlc catalysts in the absence of hydrogen or other chain temilnating reagents, 

45 contain predominantiy internal rather than terminal unsaturation. In this regard, it should be noted that If the 
terminal carbon atom In the polymer chain were numbered one, the unsaturation contained In the polymers 
produced in the process of this invention would be 2.3 rather than the more tradmonal 1,2. 

PREFERRED EMBODIMENT OF THE INVENTION 

SO In a preferred embodiment of the present invention, a bls(cyck)pentadlenyl) metal compound, said metal 
being selected from the Group consisting of titanium, zirconium and hafnium, said compound containing two, 
independently, substituted or unsubstituted cyclopentadienyl radicals and one or two lower alkyl substituents 
and/or one or two hydride substituents will be combined witii a trisubstltuted ammonium salt of either a 
substituted or unsubstituted tetra(aromatic) boron. Each of the trisubstltutions In the ammonium cation will be 

55 the same or a different lower alkyl or aryl radical. By lower alkyl is meant an alkyl radical containing from one to 
four carbon atoms. When the bis(cycIopentadienyl)metal compound used is a bis{perhydrocarbyl-substItiJted 
cyclopentadienyl) metal compound, an unsubstituted or partially substituted tetra(aromatic) boron salt may be 
used. Tri(n-butyl)ammonlum tetra(phenyl)boron. tritn-butyl)ammonium tetra(p-tolyl) boron and tri(n-butyl)am- 
monlum tetra(p-ethylphenyl) boron are particulariy preferred. As the number of hydrocarbyl-substltutlons on 

60 the cyclopentadienyl radicals is reduced, however, substituted anions will be used in the trisubstltuted 
ammonium salts, particularly, pentafluorosubstituted anions. Tri(n-butyl) ammonium tetra(fluorophenyi)boron 
is particularly preferred. 

In a most preferred embodiment of the present Invention, bis(cyclopentadienyl)zirconium dimethyl or 
bis(cyclopentadienyl)hafnlum dimethyl will be reacted with N.N-dlmethylanilinium tetra(pentafluorophe- 
65 nyI)boron to produce the most preferred catalyst of the present invention. The two components will be 
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combined at a temperature within the range from about 0"*C to about 100"* C. The components will be 
combined, preferably, in an aromatic hydrocarbon solvent, most preferably toluene. Nominal holding times 
within the range from about 10 seconds to about 60 minutes will be sufficient to produce both the preferred 
and most preferred catalyst of this invention. 

In a preferred embodiment, the catalyst, immediately after formation, will then be used to polymerize a lower 5 
a-olefin particularly ethylene or propylene, most preferably ethylene, at a temperature within the range from 
about O^C to about lOCC and at a pressure wfthln the range from about 15 to about SCO psig. In a most 
preferred embodiment of the present invention, the most preferred catalyst will be used either to 
homopolymerize ethylene or to copolymerize ethylene with a lower a-olef In having from 3 to 6 carbon atoms, 
thereby yielding a plastic or an etastomeric copolymer. In both the preferred and most preferred embodiments, io 
the monomers will be maintained at polymerization conditions for a nominal holding time within the range from 
about 1 to about 60 minutes and the catalyst will be used at a concentration within the range from about 10-^ 
to about 10-*' moles per liter of solvent. 

Having thus broadly desciibed the present invention and a preferred and most preferred embodiment 
thereof, it is believed that the same will become even more apparent by reference to the following examples. It is 
mil be appreciated however, that the examples are presented solely for purposes of illustration and should not 
be construed as limiting the invention. All of the examples were completed either under an argon blanket by 
standard Schlenk techniques or under a helium blanket in a Vacuum Atmospheres HE43-2 drybox. The 
solvents used in the experiments were rigorously dried under nitrogen by standard techniques. The boron and 
metallocene reagents used in the examples were either purchased or prepared following published 20 
techniques. The zwitterionlc complexes (Examples 1, 4. 10 and 22) were characterized by solid state ^^C NMR 
spectroscopy and solution NMR spectroscopy. The tetra(p-ethytphenyl)boron zwitterionlc derivative 
isolated in Example 10 was further characterized by single crystal x-ray crystallography. 

EXAMPLE 1 2$ 

In this example, a stable, Isolable polymerization catalyst was prepared by combining 0.65 g of 
tri(n-butyl)ammonium tetra(phenyl)boron with 0.50 g of bis(pentamethylcyclopentadlenyI)zirconium dimethyl. 
The combination was accomplished by first suspending the tri(n-butyl)ammonlum tetra(phenyl)boron in 50 mi 
of toluene and then adding the bts(pentamethylcyclopentadienyl)zirconium dimethyl. The combination was 
accomplished at room temperature and contacting between the two compounds was continued for 1 hour. 30 * 
After 1 hour, an insoluble orange precipitate separated from solution leaving a clear mother liquor. The orange 
precipitate was isolated by filteratlon. washed three times with 20 ml of pentane and dried In-vacuo . 0.75 g of 
the orange precipitate was recovered. A portion of this product was analyzed and it was found to contain a 9 
single organometallic compound having the following general formula: 



wherein Me is a methyl radical. 45 
EXAMPLE 2 

In this example, ethylene was polymerized by adding 0.05 g of the orange precipitate recovered in Example 1 
to 20 ml of toluene at room temperature in a 100 ml side anmed flask and then adding excess ethylene at 
atmospheric pressure while maintaining vigorous agitation. An immediate exotherm was detected and the so 
formation of polyethylene observed as the addition of ethylene continued. 



In this example, ethylene was polymerized by first suspending 0.05 g of the orange precipitate prepared in 
Example 1 to 20 ml of chlorobenzene in a 100 ml side armed flask and then adding excess ethylene at 55 
atmospheric pressure while maintaining agitatton. An Immediate exotherm was detected and the formation of 
polyethylene was observed as the addition of ethylene continued. 



in this example, an active, isolable olefin polymerization catalyst was prepared by first suspending 0.75 g of so 
tri(n-butyl)ammonium tetra(p-toIyl)boron In 50 ml of toluene and then adding 0.52 g of bis(pentamethyicy- 
ciopentadienyl)zirconium dimethyl. The mixture was stirred at room temperature for 1 hour. After 1 hour, an 
insoluble orange precipitate separated from solution. The orange precipitate was Isolated by filtration, washed 
three times with 20 ml of pentane and dried in-vacuo . 0.55 g of the orange precipitate were recovered. The 
orange precipitate was analyzed and found to contain an organometallic compound having the foltowing es 




B(C6H5)3 



40 



EXAMPLE 3 



EXAMPLE 4 
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structure: 



20 



25 



40 



B(p-tolyl)3 

(C5Me5)2Zr 




wherein Me is a methyl radical. 
EXAMPLE 5 

In this example, ethylene was polymerized at atmospheric pressure by passing ethylene into a 20 ml sample 
of crude reaction mixture from Example 4 In a 100 ml side anmed flaslt. The ethylene was rapidly polymerized. 

EXAMPLE 6 

In this example, ethylene was polymerized at 40 psig by dissolving 0.02 g of the orange precipitate produced 
in Example 4 in 100 ml of toluene In a Rsher-Porter glass pressure vessel, heating the solution to 80° C and 
then passing ethylene into said solution at 40 psig for 20 minutes. 2.2 g of polyethylene were obtained and the 
average molecular weight of the polymer was 57.000. The polymer had a polydispersity of ^5. 

EXAMPLE 7 

In this example, ethylene and acetylene were copolymerized by dissolving 0.05 g of the orange precipitate 
from Example 4 in toluene and then adding 2 ml of purified acetylene at atmospheric pressure in an NMR tube. 
An immediate color change from orange to yellow was noted. After five minutes, 5 ml of ethylene at 
atmospheric pressure were added to this mixture and an immediate exotherm was observed as was polymer 

formation. 

EXAMPLE 8 

in this example, an active isolabie olefin polymerization catalyst was produced by first suspensing 0.56 g of 
tri(n-buty!)ammonium tetra(o-tolyl)boron In 50 ml of toluene and then adding 0.25 g of bls(cyclopentadte- 
nyOzirconlum dimethyl. The mixture was stirred at room temperature for 1 hour. After 1 hour an insoluble 
yellow precipitate separated from an orange solution. The yellow precipitate was isolated by filtration, washed 
three times with 20 ml of pentane and dried in-vacuo . 0.26 g of the yellow precipitate were recovered. 

EXAMPLE 9 

In this example, excess ethylene was added at atmospheric pressure to a portion of the orange mother 
liquor from Example 8 in a 100 ml side anned flask and polyethylene formed. Ethylene was also contacted with 
a portion of the yellow precipitate, which precipitate was suspended in toluene in a SO ml side armed flask and 
^ again polyethylene was formed. 

EXAMPLE 10 

In this example, an active, isolabie olegin polymerization catalyst was produced by first suspending 1 .20 g of 
tri(n-butyl)ammonlum tetra(p-ethylphenyl) boron in 50 ml of toluene and then adding 0.76 g of bis(pentamethyl- 
cyclopentadienyOzlrconium dimethyl. The mixture was stin-ed at room temperature for 1 hour. After 1 hour, the 
reaction mixture was evaporated to dryness. The crude orange solid, which was produced, was recrystallized 
from hot toluene to give 1 .0 g of orange-red crystals. A portion of this product was analyzed and confirmed to 
be an organometallic compound having the following structure: 

^ B ( p-ethy Ipheny 1 ) 3 

(C5Me5)2Zr..^^Q^ 

CH3CH2 
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wherein Me Is a methyl radical. 



EXAMPLE 11 

In this example, ethylene was polymerized by dissolving 0.10 g of the orange-red crystals from Example 10 In 
toluene and then placing the solution In a steel autoclave under nitrogen pressure. Ethylene at 100 psig was 5 
then introduced into the autoclave and the autoclave heated to 80°C with agitation. After 10 minutes, the 
reactor was vented to atmospheric pressure and opened. The yield of linear polyethylene was 27 g having a 
weight average molecular weight of about 52.000. 

EXAMPLE 12 10 

In this example, an active, Isolable olefin polymerization catalyst was prepared by first suspending 0.76 g in 
tri(n-butyl)ammonium tetra(m,m-dimethy!phenyl) boron in 50 ml of toluene and then adding 0.50 g of 
bis(pentamethylcyclopentadienyl)zirconium dimethyl. The mixture was stirred at room temperature for 1 hour. 
After 1 hour, the reaction mixture was evaporated to dryness. The resulting crude red-brown solid was washed 
with 30 mi of pentane and dried In-vacuo to yield 0.56 g of a toluene soluble brown solid. Both the brown solid 15 
and the crude reaction mixture were dissolved in 40 ml of toluene in a 100 ml side armed flask and were 
observed to polymerize ethylene at atmospheric pressure. 

EXAMPLE 13 

In this example, two active, isolable olefin polymerization catalysts were prepared by first dissolving 0.78 g of 20 
tri(n-butyI)ammonium tetra(o,p-dimethylphenyl)boron in 30 mi of toluene and 15 ml of pentane. The solution 
was then cooled to -30" C and 0.50 g of bis(pentamethylcyclopentadlenyl)zlrconium dimethyl were added. The 
mbrture was warmed to room temperature with agitation and held for 4 hours. A yellow precipitate was 
separated firom a purple reaction mixture by flltratlon. The yellow precipitate was dried in-vacuo to give 0.62 g 
of product. After separation of the yellow precipitate, the purple mother liquor was evaporated to dryness to 25 
give 0.32 g of a purple glassy solid. The yellow and purple products polymerized ethylene In deutero-toiuene in 
NMR tubes. 



EXAMPLE 14 

In this example, an olefin polymerization catalyst was prepared by combining 0.06 g of bis(1 ,3-bistrimethylsl- 30 
lylcyciopentadienyl)zirconlum dimethyl. 0.05 g of N,N-dlmethylanlllnlum tetra(phenyl) boron and 1 m! of 
deutero-benzene in an NMR tube and allowing the components to react. The NMR spectrum showed 
complete loss of starting materials after 20 minutes at room temperature. The reaction mixture was then 
divided into two portions, diluted with 20 ml toluene, and placed in 50 ml side armed flasks. Ethylene was 
added to one portion and propylene to the other. Rapid polymerization was obsen/ed in both cases. 35 

EXAMPLE 15 

In this example, an active olefin polymerization catalyst was prepared by first suspending 0.87 g of 
tri(n-butyl)ammonium tetra(p-tolyl) boron in 50 ml of toluene and then adding 0.50 g of (pentamethyicyciopen- 
tadlenyl}(cyclopentadienyl)zirconlum dimethyl. The reaction was stirred at room temperature for 18 hours to 40 
give a blue-green homogenous solution. The reaction mixture was dried in-vacuo , washed with 30 ml of 
pentane, and then redissolved in 100 ml of toluene. The resulting blue-green solution was filtered into a glass 
pressure vessel and stirred under 1.5 atmospheres of ethylene. An immediate exothenn and polymer 
formation was observed upon exposure of ethylene. The yield of polyethylene was 4.5 g after 15 minutes. 

45 

EXAMPLE 16 

In this example, an olefin polymerization catalyst was prepared by first suspending 0.1 g of 
tri{n-butyl)ammonium tetra(p-ethylphenyl) boron in 5 ml of de-benzene and then adding 0.05 g of 
(pentamethylcyclopentadienyl)(cyclopentadienyl)zirconium dimethyl. The reaction was complete after 30 
minutes. The green solution was then dried in-vacuo to give a green glassy solid. The crude green product was SO 
extracted with 20 ml of toluene. In separate experiments, the toluene extract was exposed to ethylene, to 
propylene and to a mixture of ethylene and propylene. In each case significant polymerizatk>n activity was 



EXAMPLE 17 55 

In this example, an acrive olefin polymerization catalyst was prepared by first suspending 0.22 g of 
tri(n-butyl)ammonium tetra(pentafluorophenyl)boron In 50 ml of toluene and then adding 0.10 g of 
bis(pentamethylcyclopentadienyi)zirconium dimethyl. The reaction vessel was capped with a rubber septum 
and stirred at room temperature. After 10 minutes the reaction mixture (now yellow and homogeneous) was 
pressurized with 1.5 atmospheres of ethylene and stirred vigorously. Rapid polymerization of ethylene was 60 
observed causing a significant Increase in the reaction temperature (from room temperature to at least 80° C) 
during the first 5 minutes of polymerization. After 15 minutes, the reaction vessel was vented and methanol 
was added to kill the still active catalyst. The yieki of linear polyethylene was 3.7 g. 
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EXAMPLE 18 

In this example, an active olefin polymerization catalyst was prepared by suspending 0.34 g of 
trI(n-butyl)ammonium tetraCpentafluorophonyljboron In 50 ml of toluene and then adding 0.13 g of 
(pentamethylcyclopentadienyl) (cyclopentadlenyl)zlrconium dimethyl. The reaction vessel was capped with a 
5 rubber septum and stfn-ed at room temperature. After 10 minutes the reaction mixture (a yellow solution above 
an insoluble orange oil) was pressurized with 1.6 atmospheres of ethylene and stirred vigorously. Rapid 
polymerization of ethylene was observed causing a significant Increase in the reaction temperature (from room 
temperature to at least 80°C) during the first minute of polymerization. After 10 minutes, the reaction vessel 
was vented and methanol was added to l<lll the still active catalyst. The yield of linear polyethylene was 3.7 g. 

10 

EXAMPLE 19 

In this example, an active olefin polymerization catalyst was prepared by combining 0.18 g of 
tri(n-butyl)ammonium tetra(pentafluorophenyl) boron in 50 ml of toluene and then adding 0.12 g of 
bis[1,3-bis(trimethylsilyI)cyclopentadienyl]zirconlum dimethyl. The reaction vessel was capped with a rubber 
15 septum and stirred at room temperature. After 10 minutes the reaction mbrture (a yellow solution above an 
insoluble yellow oil) was pressurized with 1.5 atmospheres of ethylene and stin^d vigorously. Rapid 
polymerization of ethylene was observed causing a significant increase in the reaction temperature (from room 
temperature to at least 80° C) during the first minutes of polymerization. After 10 minutes the reaction vessel 
was vented and methanol was added to kill the still active catalyst. TTie yield of linear polyethylene was 2.1 g. 

20 

EXAMPLE 20 

In this example, an active olefin polymerization catalyst was prepared by suspending 0.34 g of 
tri(n-butyl)ammonium tetra(pentafiuorophenyl) boron in 50 ml of toluene and than adding 0.10 g of 
bls(cyclopentadienyl)zirconium dimethyl. The reaction vessel was capped with a rubber septum and stln-ed at 
55 room tem|3eratifl%. After 10 minutes the reaction mixture (a yellow solution above an insoluble orange oil) was 
pressurized with 1.5 atmospheres of ethylene and stirred vigorously. Rapid polymerization of ethylene was 
observed causing a significant Increase in the reaction temperature (from room temperature to at least SO^C) 
during the first minutes of polymerization. After 10 minutes the reaction vessel was vented and methanol was 
added to deactivate the still active catalyst. The yield of linear polyethylene was 3.7 g. 

30 

EXAMPLE 21 

In this example, an active olefin polymerization catalyst was prepared by combining 0.12 g of 
tri(n-butyl)ammonium tetra(pentafluorophenyl)boron and 0.04 g of bls(cyclopentadlenyl)zlrconlum dimethyl In 
100 ml of toluene in a 250 ml flask. The flask was capped with a rubber septum and stin-od at 60° C for 3 
35 minutes. Ethylene at 1 .5 atmospheres and 3 ml of 1 -hexane were then added to the flask. After 20 minutes, the 
flask was vented and methanol was added to deactivate the stitl active catalyst. The white polymeric product 
was collected by Alteration and dried In^cuo to yield 8.0 g of a hexene-ethylene copolymer. The melting point 
of the copolymer was 125*'C. 

40 EXAMPLE 22 

In this example, an active, isolable olefin polymerization catalyst was prepared by first suspending 1.30 g of 
tri(n-butyi)ammonium tetra(p-tolyi) boron in 50 ml of toluene and then adding 1 .00 g of bls(ethyttetramethylcy- 
clopentadlenyl)zirconium dimethyl. The mixture was stirred at room temperature for 1 hour. After 1 hour, an 
insoluble orange precipitate separated from solution. The orange precipitaie was isolated by Alteration, 
45 washed three times with 20 ml of pentane and dried In-vacuo . 0.55 g of the orange precipitate were recovered! 
The orange precipitate was analyzed and found to contain an organometalllc compound having the following 
structure: 



B(p-tolyl)3 

(C5EtMe4)2Zr 



CH3 



wherein Et Is an ethyl radical and Me is a methyl radical. 

EXAMPLE 23 

in this example. 0,05 g of the orange precipitate produced in Example 22 was dissolved in 2 ml of 
deutero-toluene and placed in a 5 mm NMR tube and capped virlth a rubber septum. Ethylene (2 ml at 1 atm) 
was added via syringe and immediately polymerized. 
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EXAMPLE 24 

In this example, ethylene and 1-butene were copoiymerized (n a hexane diluent by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 400 ml of dry 
oxygen-free hexane. 40 ml of a toluene solution containing 4 mg of bis(cyclopentadienyl)zirconium dimethyl s 
and 12 mg of tri(n-bLityl)ammonium tetrakis(pentafluorophenyi)boron. 1-butene (200 ml) was added to the 
autoclave, which was further pressurized with 65 psig of ethylene. The autoclave was stirred and heated for 7 
minutes at 60"* . The reactor was vented and cooled and the contents dried. The yield of copolymer isolated was 
9.2 g. The weight-average molecular weight of the polymer was 108.000 and the molecular weight distribution 
was 1.97. A compositional distribution analysis indicated a breadth index of SSQ/Id. 10 

EXAMPLE 25 

In this example, ethylene aiYd 1-butene was copoiymerized In a hexane diluent by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 400 ml of dry. 
oxygen-free hexane. 40 ml of a toluene solution containing 4 mg of bis(cyclopentadienyl)zirconium dimethyl is 
and 12 mg of tri(n-butyl) ammonium tetrakis(pentafluorophenyl) boron. 1-butene (200 ml) was added to the 
autoclave, which was further pressurized with 65 psig of ethylene. The autoclave was stirred and heated at 
50^ C for 10 minutes. The autoclave was vented and cooled and the contents dried. The yield of copolymer 
Isolated was 7.1 g. The weight-average molecular weight of the polymer was 92.000 with a molecular weight 
distribution of 1.88. Analysts by i^c NMR spectroscopy indicated a reactivity ratio (rir2) of 0.145. 20 

EXAMPLE 26 

In this example, ethylene and 1-butene were copoiymerized In a hexane diluent by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave, previously flushed wKh nitrogen and containing 400 ml of dry. 
oxygen-free hexane, 25 ml of a toluene solution containing 9 mg of bis[[t-butyl)cyclopentadienyl]zirconium 25 
dimethyl and 2.9 mg of N.N-dimethylanllinium tetrakis(pentafluorophenyl)boron. 1-butene (100 ml) was added 
to the autoclave, which was further pressurized with 65 psig of ethylene. The autoclave was stirred and heated 
at 50° for 1 hour. The autoclave was vented and cooled and the contents dried. The yield of copolymer isolated 
was 27.2 g. The weight-average molecular weight of the polymer was 23,000 with a molecular weight 
distribution of 1.8. Analysis of the composition distribution indicated a median comonomer content of 6.3 30 
moleiVb and a breadth Index of 

EXAMPLE 27 

In this example, a stirred 100 ml steel autoclave reaction vessel which was equipped to perform 
Zlegler-Natta polymerization reactions at pressures up to 2500 bar and temperatures up to 300° was used. The 3$ 
temperature of the cleaned reactor containing ethylene at low pressure was equilibrated at the desired 
reaction temperature of 160". The catalyst solution was prepared by dissolving 259 mg of a zwitterionic 
catalyst (prepared from bis(ethyltetramethylcyclopentadienyl)zlrconium dimethyl and tri(n-butyl)ammonium 
tetra(p-ethylphenyl) boron in 10.0 ml of distilled toluene under nitrogen. A 0.4 mi portion of this catalyst solution 
was transferred by low-pressure nitrogen into a constant-volume injection tube, which was held at 25**. 40 
Ethylene was pressured into the autoclave at a total pressure of 1500 bar. The reactor contents were stirred at 
1000 rpm for 1 minute at which time the catalyst solution was rapidly injected into the stirring reactor with 
excess pressure. The temperature and pressure changes were recorded continuously for 120 seconds at 
which time the contents were rapidly vented, yielding the polymer. The reactor was washed with xylene to 
collect any po^er remaining Inside and all polymer was dried in-vacuo . The yield of polyethylene Isolated was 45 
0.56 g. This polymer had a weight-average molecular weight of 21 .900, a molecular weight distribution of 10.6 
and a density of 0.965 g/ml. 

EXAMPLE 28 

In this example, ethylene was polymerized by adding under a nitrogen atmosphere to a 1 L stainless-steel 50 
autoclave, previously purged with nitrogen and containing 400 ml of dry. oxygen-free hexane. first a solution of 
15 mg of bis(cyclopentadlenyl)hafnium dimethyl In 30 ml of toluene, then, after 5 minutes, a toluene solution 
(50 ml) containing 12 mg of bi8(cyclopentadienyl)halhium dimethyl and 30 mg of tri(n-butyl)ammonium 
tetralcis(perfluorophenyl)boron. The autoclave was pressured with 90 psig of ethylene and stirred at 60**. 
After 1 hour, the autoclave was vented and opened. The yield of linear polyethylene isolated was 73.8 g. This SS 
material had a weight-average molecular weight of 1,100,000 and a molecular weight distribution of 1 .78. 

EXAMPLE 29 

in this example, ethylene and propylene were copoiymerized in a hexane diluent by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave previously flushed with nitrogen and containing 400 ml of dry. 60 
oxygen-free hexane. first a solution of 15 mg bls(cyclopentadienyl)hafnjum dimethyl in 25 mi of toluene, stirring 
for 5 minutes, then 50 ml of a toluene solution containing 17 mg bls(cyclopentadlenyl) hafnium dimethyl and 42 
mg of tri(n-butyl)ammonium tetrakls(pentafluorophenyl)boron. Propylene (200 ml) was added to the autoclave, 
which was further pressured with an additional 50 psig of ethylene. The autoclave was stirred at 60" for 15 
minutes. The reactor was vented and opened and the residual hexane in the contents evaporated under a SS 
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stream of air. The yield of copolymer Isolated was 61 .0 g. This copolymer, which was 35.1 wto^ ethylene, had a 
weight-average molecular weight of 103,000 and a molecular weight distribution of 2.3. Analysis by ^^C NMR 
spectroscopy indicated a statistlcaily random copolymer. 

5 EXAMPLE 30 

In this example, ethylene and propylene were copolymerlzed in buli< propylene by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave preeviously flushed with nitrogen 50 ml of a toluene solution 
containing 36 mg of bis{cyclopentadienyl)hafnlum dimethyl and 1 1 mg of N.N-dimethylanlilnium tetrakia{penta- 
fluorophenyljboron. Propylene (400 ml) was added to the autoclave, which was further pressurized with 120 
10 psig of ethylene. After stirring for 1 5 minutes at 50° , the reactor was vented and opened and the contents dried 
under a stream of air. The yield of copolymer isolated was 52.6 g. The copolymer, which was 38.1 wt% 
ethylene, had a welght^average molecular weight of 603.000 and a molecular weight distribution of 1 .93. 

EXAMPLE 31 

IS In this example, ethylene and 1-butene were copolymerized in a haxane diluent by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 400 ml of dry. 
oxygen-free hexane, first a 30 ml of a toluene solution containing 15 mg of bls(cyclopentadlenyl hafnium 
dimethyl, then after stin-lng for 5 minutes, 30 ml of a toluene solution containing 12 mg of 
bis(cyclopentadienyl)hafnlum dimethyl and 30 mg of tri(n-butyl)ammonlum tetrakis(pentafiuorophe- 

20 nyi}boron. 1-butene (50 ml) was added to the autoclave, which was further prassurtzed with 65 psig of 
ethylene. The autoclave was stirred and heated to 50' for 1 hour. The reactor was vented and opened and the 
contents dried In a vacuum oven. The yield of copolymer Isolated was 78.7 g. This copolymer, which was 62.6 
wto/o ethylene, had a weight-average molecular weight of 105.000 and a molecular weight distribution of 4.94. 
Analysis by ^^C NMR spectroscopy indicated a reactivity ratio (nra) of 0.153. 

EXAMPLE 32 

In this example, ethylene, propylene, and 1-butene were copolymerized in a hexane diluent by adding under 
a nitrogen atmosphere to a 1 L stainless-steel reactor, previously flushed with nitrogen and containing 400 ml 
of dry, oxygen-free hexane, 50 ml of a toluene solution containing 19 mg of bls(cyclopentadlenyl)hafhlum 

30 dimethyl and 15 mg of tri(n-butyl)ammonlum tetrakis(pentafluoropheny!)bon3n. 1-butene (50 ml) and 
propylene (25 ml) were added to the autoclave, which was further pressurized with 60 psig of ethylene. The 
autoclave was stirred at 50" for 45 minutes, then cooled and vented. The contents were dried under a stream 
of air. The yield of Isolated terpolymer was 17.9 g. The weight-average molecular weight of the polymer was 
188.000 and the molecular weight distribution was 1.89. Analysis by ^^C NMR spectroscopy indicated that the 

3S polymer contained 62.9 molefVb ethylene, 25.8 molePA) propylene, and 11.3 moleOM) butene. 

EXAMPLE 33 

In this example, ethylene, propylene, and 1,4-hexadlene were copolymerlzed in a hexane diluent by adding 
under a nitrogen atmosphere to a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 

40 400 mi of dry, oxygen-free hexane, first 100 mi of freshly-distilled 1,4-hexadiene. then 50 ml of a catalyst 
solution containing 72 mg of bis(cyciopentadlenyl)hafnium dimethyl and 16 mg N.N-dimethylanlilnium 
tetrakis(perfluorophenyl)boron. Propylene (50 ml) was added to the autoclave, which was further pressurized 
with 90 psig of ethylene. The autoclave was stin-ed at 50" for 10 minutes, then cooled and vented. The contents 
were dried under a stream of air. The yield of Isolated terpolymer was 30.7 g. The weight-average molecular 

45 weight of the polymer was 191.000 and the molecular weight distribution was 1.61. Analysis by ^^C NMR 
spectroscopy Indicated that the polymer contained 70.5 moleoto ethylene. 24.8 moie<Vb propylene, and 4,7 
moletVb 1.4-hexadiene. 

EXAMPLE 34 ' * 

SO In this example, ethylene and 1 -hexene were copolymerized In a hexane diluent by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 400 mi of dry, 
oxygen-free hexane, first 30 ml of toluene solution containing 15 mg of bis(cyclopentadlenyl)hafnium dimethyl! 
then, after 5 minutes. 100 ml of alumina-filtered and degassed 1 -hexene and then 50 ml of a toluene solution 
containing 12 mg of bis(cyclopentadienyl)hafnium dimethyl and 30 mg of tri(n-butyOanrunonium tatrakis(penta- 

SS fluorophenyl)boron. The autoclave was pressurized with 65 psig of ethylene, stinted and heated at 50° for 1 
hour, then cooled and vented. The contents were dried In a vacuum oven. The yield of Isolated copolymer was 
54.7 g. The copolymer, which was 46 wto^ ethylene, had a weight-average molecular weight of 138,000 and a 
molecular weight distribution of 3.08. Analysis by i^C NMR spectroscopy indicated a reactivity ratio (rir2) of 
0.262. 

60 

EXAMPLE 35 

In this example, propylene was polymerized in a hexane diluent by adding under a nitrogen atmosphere to 
a 1 L stainless-steel autoclave, previously flushed with nitrogen and containing 200 ml of dry, oxygen-free 
hexane, 50 ml of a toluene solution containing 72 mg of bis(cyclopentadienyl)hafnium dimethyl and 22 mg of 
65 N.N-dlmethylanilinium tetrakis(pentafluorophenyl)boron. Propylene (200 ml) was added and the autoclave was 
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stirred at 40* for 65 minutes. The autoclave was cooled and vented and the contents dried In a vacuum oven. 
The yield of atactic polypropylene was 37.7 g. The weight-average molecular weight of this polymer was 92,000 
and the molecular weight distribution was 1.54. 

EXAI^PLE 36 

In this experiment, propylene was polymerized In bulk propylene by adding under a nitrogen atmosphere to 
a 1 L stainless-steel autoclave, previously flushed with nitrogen, 50 ml of a toluene solution containing 77 mg of 
bls(cyclopentadienyl)hafnium dimethyl and 22 mg of N,N-dlmethylanllinIum tetrakls(pentafluorophenyl)boron. 
Propylene (400 ml) was added and the autoclave stirred at 40" for 90 minutes. The autoclave was cooled and 
vented and the contents dried in a vacuum oven. The yield of atactic polypropylene isolated was 58.7 g. The 
weight-average molecular weight of this polymer was 191.000 and the molecular weight distribution was 1.60. 

EXAMPLE 37 

in this example, propylene was polymerized In bulk propylene by washing 72 mg of bis(cyc!opentadlenyl)haf- 
nium dimethyl and 22 mg of N.N-dlmethylanllinium tetrakis(pentafluorophenyl)boron into a 1L stainless-steel 
autoclave, prevlousiy flushed with nitrogen, with 500 ml of propylene. The autoclave was stirred at 40* for 90 
minutes and at 50° for another 30 minutes, then cooled and vented. 2.3 g of atactic polypropylene were 
Isolated. 

EXAMPLE 38 

In this example, ethylene was polymerized by reacting 55 mg of bis(trlmethylsilylGyclopentadienyl)hafnlum 
dimethyl with 80 mg of N.N-dimethylanillnium tetrakls(pentafluorophenyi boron in 5 ml of toluene in a 
serum-capped vial. On passing ethylene through the solution for 15 seconds, polymer formed as the mixture 
grew hot. The vial was opened and the contents diluted with acetone, filtered, washed, and dried. The yield of 
polyethylene was 0.26 g. 

EXAMPLE 39 

In this example, propylene was polymerized in bulk propylene by adding under a nitrogen atmosphere to a 1 
L stainless-steel autoclave, previously flushed with nitrogen, 25 ml of a toluene solution containing 10 mg of 
rac-dlmethylsilyl bisOndenyl)hafnium dimethyl and 5 mg of N.N-dimethylaniiinium tetrakis(pentafluorophe- 
nyl)boron. Propylene (500 ml) was added and the autoclave stirred at 40" for 4.5 hours. The autoclave was 
cooled and vented and the contents dried in a vacuum oven. The yield of isotactic polypropylene isolated was 
78.5 g. The weight-average molecular weight of this polymer was 555,000 and the molecular weight distribution 
was 1.86. The polymer had a melting point of 139" C. Analysis by 13C NMR spectroscopy indicated that the 
polymer was about 9Sfi^ isotactic. 

EXAMPLE 40 

In this example, an active ethylene polymerization catalyst was prepared by suspending 40 mg of 
N.N-dimethyl anilinlum tetrakis(pentafluorophenyl)boron and 17 mg of 1-bis(cyclopentadienyl)zircona-3-di- 
methylsllacyclobutane In 10 ml of toluene in a septum-capped round bottomed flask. Passage of ethylene 
through the solution for 30 seconds caused the solution to become hot as polymer precipitated. The flask was 
opened and the contents diluted with acetone, the polymer was filtered off. washed with acetone, and dried In 
vacuo . The yield of polymer isolated was 0.15 g. 

EXAMPLE 41 

In this example, an active ethylene polymerization catalyst was prepared by suspending 38 mg of 
145is(cyclopentadienyl)titana-3-dimethylsilacyclobutane and 80 mg of N,N-dlmethylanlllnium tetrakis(pentaflu- 
orophenyi)boron in 20 ml of toluene in a serum-capped round bottomed flask. The solution darkened when 
ethylene was passed through it. After 5 minutes, the flask was opened and the contents diluted with ethanol. 
The polymer was filtered off. washed with ethanol, and dried. The yield of polyethylene isolated was 0.51 g. 

EXAMPLE 42 

In this example, an active ethylene polymerization catalyst was prepared by suspending 29 mg of 
(pentamethyl cycIopentadienyl)(tetramethy!-eta"'-cyclopentadlenyl)zlrconlum phenyl and 43 mg of tri(n-bu- 
tyl)ammonium tetrakis(pentafluorophenyl) boron In 25 ml of toluene In a serum-capped round-bottomed flask. 
On passing ethylene through the solution, polymer formed almost instantly. After 5 minutes, the flask was 
opened and the contents diluted with ethanol. The polymer was filtered off, washed wfth acetone, and dried. 
The yield of polyethylene isolated was 0.49 g. 

EXAMPLE 43 

In this example, an active ethylene polymerization catalyst was prepared by suspending 34 mg of 
bls(cyclopentadienyl)zlrconlum(2,3-dimethyl-1.3-butadiene) and 86 mg of tri(n-butyl)ammonlum tetrakls(pen- 
tafluorophenyl)boron In 50 ml of toluene in a serum-capped bottle. On Introducing ethylene, the solution grew 
warm instantly as polymer precipitated. After 5 minutes the bottle was opened and the contents diluted with 
ethanol. The polymer fomned was filtered off, washed with ethanol, and dried. The yield of polymer Isolated was 
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1.06 g. 

EXAMPLE 44 

In this example, ethylene was polymerized by reacting 20 mg of 1 -bls(cyolopentadlenyl)hafna-3-dlmethyl$lla- 
5 cyclobutane and 39 mg of N.N-dimethytanlllnlum tetrakls(p8ntafluorophenyl) boron in 20 ml of toluene In a 
semm-capped round-bottomed flask. On passing ethylene through the solution, polymer precipitated as the 
solution grew warm. After 1 minute, the flask was opened and the contents diluted with ethanol. The polymer 
was filtered off. washed with ethanol, and dried. The yield of polyethylene Isolated was 0.263 g. 

10 EXAMPLE 45 

In this example, ethylene was polymerized by reacting 21 mg of bls(cyclopentadienyl)hafhlum(2,3-dlmethyl- 
1,3-butadlene) and 41 mg of tri(n-butyl)ammonlum tetraW8(pentafluorophenyl)boron in 50 mi of toluene in a 
senjm-capped bottle. On passing ethylene through the solution, polymer precipitated within seconds. After 10 
minutes, the bottle was opened and the contents diluted with ethanol. The solid polymer was filtered off, 
IS washed with acetone, and dried. The yield of polyethylene isolated was 0.93 g. 

EXAMPLE 46 

In this example, ethylene was polymerized by reacting 53 mg of {pentamethylcyclopentadlenyl)(t6tramethyl- 
cyclopentadienyimethylenejhafnlum benzyl and 75 mg og N,N-dimethylanilinium tetrakls(pentafluorophe- 
20 r^)boron In 50 ml of toluene In a serum-capped bottle. Ethylene was passed through the solution for 10 
minutes. The bottle was opened and the contents diluted with ethanol. The polymer was filtered off, washed 
with acetone, and dried. The yield of polyethylene isolated was 0.65 g. 

While the present invention has been described and illustrated by reference to particular embodiments 
thereof, It will be appreciated by those of ordinary skill In the art that the same lends Itself to variattons not 
25 necessarily Illustrated herein. For this reason, then, reference should be made solely to the appended claims 
for purposes of determining the true scope of the present invention. 



30 aalms 

1 . Method for preparing a catalyst comprising the steps of: 

(a) Combining, in a suitable solvent or diluent, at least one first compound consisting of a 
bis(cyclopentadlenyl) metal compound containing at least one substituent capable of reacting with a 

35 proton, said metal being selected from the group consisting of titanium, zirconium and hafnium and 

at least one second compound comprising a cation capable of donating a proton and an anion which 
is a single coordination complex comprising a plurality of lipophilic radtoals covalently coordinated to 
and shielding a central charge-bearing metal or metalloid atom, which anion Is bulky, labile and 
capable of stabilizing the metal cation formed as a result of the reaction between the two 

40 compounds; 

(b) Maintaining the contacting in step (a) for a sufficient period of time to permit the proton 
provided by the cation of said second compound to react with said substituent contained in said 
bls(cyclopentadienyl) metal compound; and 

(c) Recovering an active catalyst as a direct product or as a decomposition product of one or more 
4S of said direct products from step (b) . 

2. Method according to Claim 1 wherein said bis(cyclopentadienyl)metal compound may be 
represented by the foltowing general formulae: 

1. (A-Cp)MXiX2 

2. (A-Cp)MriX'2 * 
SO 3. (A-Cp)ML and/or 

4. (Cp*)(Cpff)lb(i 
Wherein: 

M is a metal selected from the group consisting of titanium, zirconium and hafnium; (A-Cp) Is either 
(Cp)(Cp') or Cp-A'-Cp* and Cp and Cp* are the same or different substituted or unsubstltuted 
SS cyclopentadienyl radicals; 

A' is a covalent bridging group; 

L is an olefin, dioiefin or aryne ligand; 

Xi and Xz are. Independently, selected from the group consisting of hydride radicals, hydrocarbyi 
radicals, substltuted-hydrocarbyl radicals, organometallold radicals and the like; 
eo X'l and X'a are Joined and bound to the metal atom to form a metallacycie, In which the metal atom. X'l 

and X'2 form a hydrocarbocyclic ring containing from about 3 to about 20 carbon atoms; and 
R is a substituent on one of the cyclopentadienyl radicals which is also bound to the metal atom. 

3. Method according to Claim 1 or Claim 2 wherein said second compound may be represented by the 
following general formula: 

65 r(L'-H)+]d[(M')'n+QiQ2...Qn]<»- 
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Wherein: 

V is a neutral Lewis base; 
His a hydrogen atom; 
[L'-H] is a Bronsted acid; 

W Is a metal or metalloid selected from the Groups subtended by Groups V-B to V-A of the Periodic Table 5 
of the Elements; ie.. groups V-B. Vl-B, Vll-B. VIII. I-B, ll-B. Ill-A, IV-A and V-A; 

Qi to Qn are selected, Independently, from the group consisting of hydride radicals, dialkylamido radicals, 
alkoxide and aryloxide radicals, hydrocarbyl and substituted-hydrocarbyl radicals and organometalloid 
radicals and any one, but not more than one, of Qi to Qn may be a hallde radical • the remaining Qi to Qn 
being. Independently, selected from the foregoing radicals; 10 
m Is an Integer from 1 to 7; 
n Is an integer from 2 to 8; and 
n - m = d. 

4. Method according to any of the preceding claims wherein said second compound may be 
represented by the general formula: is 
[L'-H]+[BAriAr2X3X4l- 

Wherein: 

L' Is a neutral Lewis base; 
H is a hydrogen atom; 

[L'-H] + is a Bronsted acid ; ao 
B is boron in a valence state of 3; 

An and Ar2 are the same or different aromatic or substituted-aromatic hydrocarbon radicals which 
radicals may be linked to each other through a stable bridging group; and Xs and X4 are. independently, 
selected from the group consisting of hydride radicals, hallde radicals and hydrocarbyl and 
substituted-hydrocarbyl radicals, organometalloid radicals and the like. 25 

5. Method according to any of the preceding claims wherein the first compound is of the general 
formula 1 in Claim 2 and wherein said second compound Is a trisubstituted ammonium sait of an 
unsulastituted or substituted aromatic boron compound, with said first compound being optionally a 
bis(cyctopentadienyl)metal compound containing two independently, substituted or unsubstltuted 
cyclopentadienyl radicals and two lower alkyl substituents or two hydrides, the metal being preferably 30 
zirconium or hafnium. 

6. Method of Claim 5 wherein said second compound is a tri(n-butyl)ammonium tetra(phenyl) boron. In 
which case preferably said first compound Is a bls(pentamethylcyclopentadienyl)z!rcorilum dimethyl; or 
said second compound is N.N-dlmethylanlllnium tetra(phenol)boron, In which case said first compound is 
preferably a bls[1 ,3-bIs(trimethylsilyl)cyclopentadienyllzlrconium dimethyl. 35 

7. Method according to Claim 5 wherein said second compound is selected from the group consisting 
of tri(n-butyI)ammonium tetra(p-tolyl)boron, tri{n-butyl)ammonlum tetra(o-tolyl)boron, tri(n-butyl)am- 
monium tetra(m.m-dimethytphenyl)boron and triin-butyl)ammontum tetra(o,m-dlmethyIphenyI)boron, in 
which case preferably said first compound is a bis(pentamethyteyclopentadlenyi)zirconium dimethyl; or 
wherein said second compound is selected from the group consisting of trI(n-butyl)ammonium 40 
tetra(p-to]yl)boron and tri(n-butyl)Bmmonium tetra (p-ethyiphenyi)boron, in which case preferably said 

first compound is selected from the group consisting of bls(pentamethylcyclopentadienyl)zirconlum 
dimethyl, and (pentamethylcyclopentadienyl)(cyclopentadienyl)zirconium dimethyl; or wherein said 
second compound is selected from the Group consisting of tri(n-butyl)ammonlum tetra(pentafluorophe- 
nyl)boron and N.N-dimethylanliinium tetra(pentafluorophenyi) boron. 45 

8. Method according to any of claims 1 to 4 wherein the first compound Is of the general formula 2 In 
Claim 2 and wherein said second compound is a trisubstituted ammonium salt of a tetra(substituted-aro- 
matic)boron compound, preferably N.N-dlmethylanllinium tetra(pentaftuorophenyl) boron, in which case 
preferably said first compound is selected from the group consisting of 1-bis(cyclopentadienyl)titana- 
3-dimethylstlacyclobutane, 1-bis(cyclopentadienyOzirconar3-dimethyl8llacyclobutane and 1-bis(cy- SO 
c1opentadIenyl)hafna-3-dimethylsilacyclobutane. 

9. Method according to any of claims 1 to 4 wherein the first compound Is of the general formula 3 in 
Claim 2 and wherein said second compound is a trisubstituted ammonium salt of a tetra{substituted-aro- 
matic)boron compound, preferably tri(n-but^)ammonlum tetra(pentafluorophenyl) boron, in which case 
preferably said first compound is selected from the group consisting of bis(cyclopentadienyl)zirco- 55 
nium(2,3-dimethyl-1,3-butadiene) and bis(cyclopentadienyl)hafnium(2.3-dimethyl-1 ,3-butadiene). 

10. Method according to any of claims 1 to 4 wherein the first compound is of the general formula 4 in 
Claim 2 and wherein said second compound is a trisubstituted ammonium salt of a tetra(substrtuted-aro- 
matic)boron compound, said first compound being preferably selected from the group consisting of 
(pentamethylcycio pentadienyl){tetramethylcyclopentadienylmethylene)zlrconlum phenyl and (penta- 60 
methylcyclopentadienyl)(tetramethylcyclopentadlenylmethylene)hafnium benzyl In which case said 
second compound is preferably tri(n-butyl)ammonium tetra(pentafluorophenyl)boron or a N.N-dlmethyla- 
nilinlum tetra(phenyI)boron compound. 

11. Method for polymerizing an a-olefin, diolefin and/or an acetylenically unsaturated monomer 
containing from 2 to about 18 cartson atoms and/or an acetylenteally unsaturated compound containing 615 
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from 2 to about 18 carbon atoms either alone or in combination with each other or with other monomers 

comprising the steps of : 

(a) contacting an olefin, diolefin and/or an acetylenicaily unsaturated compound containing from 2 
to about 18 carbon atoms either alone or in combination with each other or with other monomers In a 

5 suitable carrier, solvent or diluent with a catalyst prepared prevtousiy or in situ during polymerization 

by a method according to any of the preceding claims ; 

(b) continuing the contacting of step (a) for a sufficient period of time to polymerize at least a 
portion of the monomer or monomers; 

(c) recovering a polymer product. 

10 1 2. Catalyst prepared by a method according to any of claims 1 to 10. 

13. A polymer comprising a monomer selected from the group consisting of a-oieflns, diolefins, 
acetylenicaily unsaturated monomers and mixtures there prepared with a catalyst according to Claim 12. 

14. Composition of matter containing an organometallic compound having the following general 
structural formula: 



wherein: 

Cp* Is a peraikyi-substituted cyciopentadienyl radical wherein each of said aiicyl substitutions may be the 
same or a different C1-C20 all<yi radical; 
B Is boron; 
Zr is zirconium: 

Ph' is a phenyl or alkyl-substltuted phenyl radical and each of the 3 Ph's may be the same or dlfterent and 
the alkyi substitutions may be C1-C14; and 

R is hydrogen or an ali<yi group having from 1 to about 14 carbon atoms. 
1 5. Composition of matter according to Claim 14 having the follDwIng general structural formula: 



IS 




B(Ph')3 



20 



25 



R 




B(C6H5)3 



40 



45 



wherein Cp* Is a (pentamethylcyclopentadienyl) radical; 



SO 




B(p.tolyl)3 



55 



CH3 



60 



Wherein Cp* Is a (pentamethyicydopentadienyt) radical; 



65 



20 



0277 004 




B[p-CH3CH2(C6H5)]3 



5 



CH3CH2 



10 



Wherein Cp' is a (pentamethylcyciopentadienyl) radical; or 



15 




B(p-tolyl)3 



(Cp*)2Zr«^ 
CH3 



20 



25 



wlierein Cp* is a (ethyltetramethylcyclopentadlenyl) radical. 

16. As a composition of matter, an organometalllc compound represented by one of the following 
general formulae: 



2.{[(A-Cp)iyiXiL1}d[(M')'n+QlQ2...Qnl«'- 
Wherein: 

M is a metal selected from the Group consisting of titanium, zirconium, and hafnium; 
(A-Cp) is either (Cp)(Cp') or Cp-A'-Cp* and Cp and Cp* are the same or different substituted or 



A' is a covalent bridging group; 
Xi is selected from the group consisting of hydride radicals, hydrocarby! radicals; substltuted-hydrocar- 
byl radicals, organometallold radicals and the like; 
L' is a neutral l^^wis base; 

M' is a metal or metalloid selected from the Groups encompassed by Groups V-B to Vl-A of the Periodic 40 

Table of the Elements; ie.. Groups V-B, Vl-B. Vll-B. VIII, l-B, li-B, Ill-A. IV-A, and V-A; 

Qi to Qn are selected. Independently, from the Group consisting of hydride radicals, dialkylamldo radicals, 

alkoxide and aryloxlde radicals, hydrocarbyl and substituted-hydrocarbyl radicals, and organometallold 

radicals and any one. but not more than one, of the Qi to Qn may be a halide radical > the remaining Qi to 

Qn being, independently, selected from the foregoing radicals; 45 

m is an integer from 1 to 7; 

n is an integer from 2 to 8; and 

n - m = d. 

17. The composition of matter of Claim 16 wherein said anion may be represented by the following 
general formula: 50 
(BAriAr2X3X4]- 

Wherein: 

B is boron In a valence state of 3; 

Ari and Ar2 are the same or different aromatic or substituted-aromatlc hydrocarbon radicals which 
radicals may be linked to each other through a stable bridging group : and 35 
X3 and X4 are, independently selected from the group consisting of hydride radicals, halide radicals, and 
hydrocarbyl and substituted-hydrocarbyl radicals, organometallold radicals, and the like. 

18. The composition of matter of Claim 17 wherein said anion is chosen from the group consisting of 
unsubstituted tetFa(aromatic)boron anions and substituted tetra(aromatic)boron anions. 



1 . {l(A-Cp)MXiIldC(M')n>+QiQ2...Q„3d- 



30 



f 



unsubstituted cyclopentadlenyl radicals; 



35 



60 
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